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(54) Pharmaceutical solid dispersions 

(57) A composition comprises a solid dispersion 
comprising a low-solubility drug and at least one poly- 
mer. At least a major portion of the drug in the disper- 
sion is amorphous. The polymer has a glass transition 
temperature of at least 100"C measured at a relative 
humidity of fifty percent. Another aspect of the invention 
comprises the same composition except that the disper- 
sion has a glass transition temperature of at least 50°C 
at a relative humidity of fifty percent. In another aspect 
of the Invention, a composition comprises a solid disper- 



sion comprising a low-solubility drug and a stabilizing 
polymer. At least a major portion of the drug in the dis- 
persion is amorphous. The composition also includes a 
concentration-enhancing polymer that increases the 
concentration of the drug in a use environment. The sta- 
bilizing polymer has a glass transition temperature that. 
Is greater than the glass transition temperature of the 
concentration-enhancing polymer at a relative humidity 
of 50%. 
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Description 

[0001] JhB priority date of Provisional Application Serial No. 60/11 9.401 filed February 10. 1999 is claimed. 
5 BACKGROUND OF THE INVENTION 

[0002] Low-solubility drugs often show poor bioavailability or irregular absorption, the degree of Irregularity being 
effected by factors such as dose level, fed state of the patient, and form of the drug. Increasing the bioavailability of low- 
solubihty drugs has been the subject of much research. Increasing bioavailability hinges on improving the concentration 
10 of the drug in solution to improve absorption. 

[0003] It is known that solid amorphous dispersions comprising a low-solubility drug In a polymer can increase the 
maximum concentration of drug that will dissolve in an aqueous solution in in vitro tests, or that will dissolve in body 
fluids such as those present in the gastrointestinal (Gl) tract In in vivo tests, and. In turn, enhance the bioavailability of 
the drug. Solid dispersions of a drug in a matrix such as a polymer can be prepared, for example, by forming a home- 
rs geneous solution or melt of the drug in matrix material, followed by solidifying the mixture by cooling or removal of sol- 
vent Such solid dispersions of crystalline drugs have been known for more than two decades, and often show 
enhanced bioavailability when administered orally relative to compositions comprising undispersed crystalline drug. 
[0004] One method for forming solid dispersions involves spray-drying the drug and polymer together to form com- 
positions of drugs and polymers. For example, spray-dried compositions of drugs and polymers have been disclosed 
20 by Kat et al.. 44 Chem. Pharm. BuiL 568-571 (1996); TakeuchI et aL. 35 Chem. Pharm. Bull. 3800-3806 (1987); Dang- 
prasirt et al.. 21 Drug Development and industrial Pliarmacy: 2323-2337 (1995); Berde et aL, U.S. Patent No. 
5.700.485; Wan et aL, 18 Drug Development aruj Industrial Pharmacy 997-101 1 (1992); and AkagI U S Patent No 
5,723,269. 

[0005] Kai et al. disclose forming solid dispersion systems with an enteric polymer such as hydroxypropyl methyl- 
25 cellulose phthalate (HPMCP) or carboxymethyl ethylcellulose (CMEC). and with the non-enteric polymer hydroxypro- 
pylmethylcellulose (HPMC) by spray-drying. The drug is stated to be in an amorj^ous state. Kai et al. state that it is 
well-known that the crystallization of a drug within a polymer dispersion can occur during storage of the solid dispersion 
formulation, resulting in decreased bioavailability. The dispersion was reported to be stable for two months under des- 
iccated storage conditions of elevated temperature (60«C) in closed glass bottles, meaning that storage was under dry 
30 conditions. 

[0006] J^keuchl et aL disclose an amorphous solid dispersion of tolbutamide in the enteric coating polymers 
EUDRAGIT® and HPMCP. The solid dispersions were prepared by spray-drying. The drug was stated to be poorly 
water-soluble. The authors state the amorphous state of the drug was well-maintained under dry conditions. However, 
the authors noted that the stability of the amorphous state of the drug In tiie solid dispersion was sensitive to the content 
35 of water around or in the sample, 

[0007] US. Patents Nos. 4,343.789. 4.404.1 83 and 4.673.564 all have the same disclosure of a sustained release 
composition of the vasodilator nicardipine comprising a solid amorphous dispersion of the drug in microcrystalllne cel- 
lulose, polyethylene oxide, polyvinyl pyrrolidone and the cellulosic polymers hydroxypropylcellulose, hydroxyprofyl- 
methylcellulose and hydroxypropylmethylcellulose phthalate. However, the preferred method of forming the dispersion 
is by extensive and time-consuming ball-milling, and there Is no recognition of the concentration-enhancing and drug- 
stabilizing properties of ionizable cellulosics for forming the drug dispersion. 

[0008] It Is also known to form solid dispersions containing polymers by other metfiods, such as by milling grinding 
or solvent evaporation. For example. Nakamichi US. Patent No. 5,456.923 discloses a process for forming solid disper- 
sions using a twin-screw extruder. Nakamichi confirms that the resulting compositions are solid dispersions by noting 
the disappearance of peaks characterizing crystalline drug in X-ray diffraction analysis. Nakamichi does not discuss the 
stability of the drug in the dispersion. 

[0009] Mechanical processes, such as that used by Nakamichi, have several drawbacks. Rrst. the mechanical 
process normally does not achieve uniform homogeniety of ttie dispersion. After mixing, while the drug may be in an 
amorphous state, nevertheless the dispersion may be comprised of drug-rich regions with low concentrations of poly- 
mer. Second, the mechanical mixing process can degrade the drug. These two drawbacks are interrelated, since in 
order to increase the homogeneity of the dispersion, it is necessary to mix for longer periods of time or under more 
severe conditions of heat and pressure. Longer mixing times or severe conditions often result in greater amounts of 
degraded drug. 

[001 0] Yuasa et al.. 42 C/?em. Pharm. Bull. 354-358 (1994) disclose a solid dispersion method used to improve bio- 
availability of slightiy water-soluble drugs. The polymer is hydroxypropylcellulose (HPC). The HPC/drug dispersion is 
prepared by solvent evaporation, which is then ground and sieved. The authors report that the drug is In an amorphous 
state in the solid dispersion. 

[001 1 ] Nakano et al. U.S. Patent No. 5.340,591 disclose solid dispersions of a sparingly soluble drug and cellulosic 
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polymers. The dispersion is formed by mixing the drug and polymer while heating. The inventors state the drug is in an 
amorphous state. 

[0012] Hasegawa et a!.. 33 Chem, Pharm. Bull. 388-91 (1985) disclose a solid dispersion prepared from the solvent 
evaporation method using the polymer HPMCP. 

[00131 However, solid dispersions generally have not been used commercially to provide dosing of low-solubility 
drugs. As recognized by Kai et al.. Takeuchi et al., and Ford. J. L., 61 Pharm. Acta. Helv. 75 (1986), a problem encoun- 
tered by dispersions of low-solubility drugs has been that these dispersions are susceptible to changes during storage 
and thus are not stable over time. Stability in this context refers to physical stability, that is the tendency for the drug 
present in a solid amorphous dispersion of drug in polymer to separate into drug-rich domains and/or to convert over 
time, at least partially, to the aystalline state. Most drug or pharmaceutical formulations are stored at ambient temper- 
atures and relative humidity (atmospheric moisture) which can often be in excess of 50%. Such drug formulations 
should be as physically stable as possible in such an environment. Stability should be observed for at least one month, 
but ideally should be observed for a period of time of up to two years in order to provide unchanged bioavailability. Oth- 
erwise, such drug formulations require special handling and restrictions on prescriptions and on use by patients. 
[0014] A major problem with cun'ent solid dispersions of drugs is that while the dispersions may show enhanced 
bioavailability of the low-solubility drug if administered shortly after preparation, bioavailability typically decreases over 
time in a typical storage environment. Such solid dispersions are often physically unstable in that the the drug present 
in the dispersion reverts to the crystaliine form upon storage— particularly at elevated temperature and humidity 
Accordingly, the dispersion cannot be used to provide proper dosing of the drug because the bioavailability of the drug 
changes over time. 

[0015] Because of this, numerous researchers have sought to improve the stability of the dispersion. It has been 
widely thought that stable dispersions might best be obtained by using a matrix material in which the drug was highly 
soluble, thereby obtaining a thermodynamically stable solid solution. See. for example, Chion et al.. 58 J. Pharm. ScL 
1505 (1969); Sjokuist et al., 79 hternational d Pharmaceutics 120 (1992); Sheen et al., 118 International J. Pharm. 
221 (1995); and Dordunooetal. ^7DnJgDev. & Indust Pharm, 1685(1991). Unfortunately, this approach also has sev- 
eral drawbacks. First, it is difficult to find a particular polymer for each drug of interest to form a thermodynamically sta- 
ble solid solution. Thermodynamic stability depends on interactions betweisn the drug and polymer, which are generally 
not well understood and the number of polymers acceptable for use in oral dosage forms is quite limited. Second, ther- 
modynamically stable dispersions of a drug and a polymer are typically only possible at low concentration of drug in the 
dispersion. This requires a large amount of polymer to be dosed with the drug which often makes dosing by conven- 
tional dosage form (such as pills, tablets, or capsules) impractical. 

[0016] What is therefore desired is a composition comprising a dispersion of a low-solubility drug in a polymer that 
provides superior bioavailability, together with improved stability of the dispersion in typical storage environments, par- 
ticularly for dispersions where ttie drug is present in concenfrations above its equilibrium value. 

BRIEF SUMMARY OF THE INVENTION 

[0017] In a first aspect, tiie present invention provides a composition comprising a solid dispersion comprising a 
low-solubility drug and at least one of a particular class of polymers. At least a major portion of the drug in the resulting 
dispersion is amorphous. The dispersion is prepared by a solvent processing method. The polymer has a glass transi- 
tion temperature of at least 100^0 measured at a relative humidity of 50%. 

[0018] The term drug is conventional denoting a compound having beneficial, prophylactic, and/or therapeutic 
properties when administered to an animal, particulariy a human. 

[001 9] Another aspect of the invention comprises the same composition except that (1 ) the dispersion itself is char- 
acterized by a glass transition temperature of at least 50*0 measured at a relative humidity of 50% and (2) the disper- 
sion may be formed by any method. 

[0020] In a third aspect of the invention there is provided a composition comprising a solid dispersion comprising a 
low-solubility drug and a stabilizing polymer. The composition also includes a concentration-enhancing polymer that 
increases the maximum measured concentration of the drug when exposed to an environment of use. The stabilizing 
polymer has a glass transition temperature that is greater than the glass transition temperature of the concentration- 
enhancing polymer measured at a relative humidity of 50%. 

[0021] In a fourth aspect of the invention, tiiere is provided a composition comprising a solid dispersion comprising 
a low-solubility drug and at least one of a particular class of cellulosic polymers. At least a major portion of the drug is 
amorphous. The polymer has a glass transition temperature of at least lOO'^C measured at a relative humidity of 50%. 
[0022] In a fifth aspect of the invention, there is provided a composition comprising a solid dispersion comprising a 
low-solubility drug and at least one polymer. At least a major portion of the drug, once dispersed in the dispersion, is 
amorphous. The polymer has a glass transition temperature of at least lOO^C measured at 50% relative humidity The 
dispersion is substantially homogeneous. Preferably, the dispersion exhibits a single glass transition terrperature. 
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[0023] In a sixth aspect of the Invention, a method Is provided for treating a disorder by administering to a patient a' 
drug-containing dispersion and a concentration-enhancing polymer. The dispersion comprises a low-solubility drug and 
at least one stabilizing polymer, the stabilizing polymer having a glass transition temperature that is greater than the 
glass transition temperature of the concentration-enhancing polymer. The concentration-enhandng polymer increases 
5 the maximum drug concentration in an environment of use relative to a control composition comprising an equivalent 
quantity of undispersed drug. 

[0024] The present invention has several advantages over the prior art. A solid dispersion of a low-solubility drug 
and a polymer can increase bioavailability of the low-solubility drug by creating an enhanced concentration of the drug 
in an aqueous environment of use. The invention provides compositions that are surprisingly stable in typical storage 
10 environments compared to other solid dispersions. Accordingly, the compositions of the present invention enable the 
use of low-solubility drugs which othenwise do not have a high bioavailability when in crystalline form, and also enhance 
bioavailability to reduce the dosage of ttie dnjg. Further, the invention provides for superior bioavailability of the drug in 
an aqueous use environment. 

[0025] The foregoing and other features and advantages of tiie invention will be more readily understood upon con- 
15 sideration of the following detailed description of the invention, taken in conjunction with the accorrpanying drawings. 

BRIEF DESCRIPTION OF THE SEVERAL VIEWS OF THE DRAWINGS 

[0026] 

FIG. 1 is a graph showing the glass transition temperatures of several polymers as a function of relative humidity. 
FIG. 2 is a schematic diagram of an exemplary spray-drying apparatus useful in fabricating the solid dispersions of 
the present invention. 

FIG. 3 is a graph of a differential scanning calorimetry trace for Example 1 at 0% relative humidity, showing tiie 
measured glass transition temperature as described in Example 15. 

DETAILED DESCRIPTION OF THE INVENTION 

[0027] A first aspect of the present Invention provides a composition comprising a solid dispersion comprising a 
30 low-solubility drug and at least one polymer. The solid dispersion and suitable polymer(s) and drug(s) will be discussed 
in more detail as follows. 

SOLID DISPERSIONS 

35 [0028] The solid dispersions of the present invention comprise a low-solubility drug and at least one polymer. At 
least a major portion of tiie drug in the dispersion is present in the amorphous, rattier than the crystalline state. By 
"amorphous" is meant simply that the drug is in a non-crystalline state. The amorphous drug can exist as a pure drug 
phase, as a solid solution of drug homogeneously distributed throughout the polymer or any combination of tiiese states 
or tfiose that lie intermediate between them. As used herein, the term "a major portion" of the drug means that at least 

40 60% of the drug once dispersed in the dispersion is in the amorphous form, rather tfian the crystalline form. Preferably, 
the drug in the dispersion is substantially amorphous. As used herein, "substantially amorphous" means that the 
amount of the drug in crystalline form does not exceed 20%. More preferably, ttie drug in the dispersion is "almost com- 
pletely amorphous" meaning that the amount of drug in tfie crystalline form does not exceed 1 0% as measured by pow- 
der X-ray diffraction or differential scanning calorimetry ("DSC"), or any other standard quantitative measurement. 

45 [0029] Generally speaking, a solid dispersion is not physically stable and the amorphous drug present in the dis- 
persion tends to recrystallize over time. This is especially true where the concentration of the drug in tiie polymer is 
greater than its equilibrium value or supersaturated. Such dispersions may be considered a supersaturated solid solu- 
tion. Such supersaturated solid solutions are not thermodynamically stable. Over time it is believed tiiat such solid dis- 
persions will separate into a mixture of two or more phases, one phase enriched in drug and the other phase enriched 

50 in polymer. The drug-rich phase generally contains crystalline or amorphous drug and the other phase generally con- 
tains a solid solution of the drug and polymer in which tiie drug is at a lower concentration (ttian the drug-rich phase) 
and may be at or near equilibrium concentration in the polymer. Drug within the drug-rich phase may be crystalline or 
amorphous. Further, over time, the amorphous drug within the drug-rich phase that has separated from the polymer 
may also tend to crystallize. Separation of a drug-rich phase generally results in a decrease in bioavailability, because 

55 the bioavailability of tiie amorphous or crystalline form of a low-solubility drug is usually much less than Its bioavailability 
in an amorphous drug dispersion in polymer. Thus, over time, the bioavailability of the drug in solid dispersions tends 
to decrease as increasing amounts of the drug separate as amorphous or crystalline drug. 

[0030] However, it has been determined that dispersions can be made that are physically stable over a relatively 
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long period of time, i.e.. up to several months or even years. Surprisingly, it has been found that the stability of the dis- 
V a i° ^It^ temperature ("Tg") of the dispersion and the degree of homogeneity of the dis- 

state to a State ^ whrch drug exists as a drug-rich amorphous or crystalline state over time In a typical storage eriviron- 
ment. Such a change generally, in turn, decreases the bioavailability of the drug when dosed to a mammal It has been 
found ,n many cases that the rate of change of the drug from the dispersed amorphous state to the crystalline state in 
the dispersion decreases with increasing Tg oi the dispersion (e.g.. the dispersion has improved steWlity) -Thus the 
rate at which the amorphous drug in the dispersion crystallizes can be reduced by increasing the dispersion's T This 
18 unexpected, since the conventional approach to stabilizing drug and polymer dispersions has been to find particular 
drug/polymer pairs that form thermodynamically stable dispersions. pan'cuiar 
[0031 ] Directly contrary to conventional approaches of attempting to find thermodynamically stable dispersions it 
has been determined that solid dispersions can be made which are essentially Wnetically stable, even though they mky 
not be tfiermodynamKally stable. While not wishing to be bound by any particular theory, it is believed that ttie T of an 

nhibit the mobilrty of the drug within the dispersion. Thus, by increasing the T, of the solid dispersionfthe mobflity <S 

be inhibited. In cases where amorphous drug-rich domains form, the drug present in such domains generally crystal- 
tees rapidly relative to its rate of crystallization in the original dispereion. Further, by initially creating substantially 

20 bpTwi?:^h *«»j^-.'^'=P«'«°"s «^e^ein the drug is not present in drug-rich domains, the drug tends to 

zatiSf "^^"^^ '^'^ '^"^ ^ '^"^ *° susceptible to crystelli- 

10032] It is believed that the present invention is also applicable to relatively stable dispersions, be they Wnetically 
or thermodynamically stable, which nevertheless contain drugs which, in a relatively pure amorphous state, would be 
unstable themselves. is. the invention is applicable to drugs that in their pure amorphous state tend to be succep- 

25 ttole to crystallization. By raising the dispersion's Tg and uniformly dispersing the drug throughout the polymer so that 
the dispersion is substantially homogenous, it should be possible to prevent the fomiaflon of relatively pure amorphous 
drug domains and tiiereby stabilize the amorphous drug dispersion. Thus, the present invention finds utility in both ther- 
modynamically stable and ttiermodynamically unstable dispersions. 

1?°^^ ^° ^ *® <«spersions of the present invention should have the following features First 

30 the di^rsion is preferably substantially homogeneous so that the amorphous drug is dispersed as homogeneously as 
possible throughout the polymer. As used herein, "substantially homogeneous" means that the drug present in rela- 
tively pure amorphous domains within the solid dispersion is relatively small, on tfie Older of less than 20% and pref- 
erably less than 10%. While the dispersion may have some drug-rich domains, it is preferred that the dispersion Llf 
have a single Tg which demonstrates that ttie dispersfon is substantially homogenous. This contrasts with a physical 
T f"'® J^^ amorphous drug particles and pure amorphous polymer particles which generally display two distinct 
Tgs. one that of the drug and one ttiat of ttie polymer. Nevertheless, since the degree of homogeneity is only one factor 
to consider in terms of stabilizing the drug, even dispersions which are not substantially homogenous may be stabilized 
by increasing the Tg of the dispersion. •oum^ou 
[0034] Second, the dispersion's Tg should be relatively high. Because water is present under most practical storaqe 
dispersion must be stable even in the presence of moderate humidity (relative humidity on the 
K fPu -r^^' ® Poly^erCs) and drug content (wt% of drug that makes up tiie dispersion) should be chosen 
surti that the Tg of the resulting dispersion, when equilibrated with humid air having a relative humidity rRH") of about 
! "J! ' ^ environment), and preferably greater flian 50'C. As used herein relative 

humidity IS given as the partial pressure of water in the storage atmosphere (typically air) divided by flie partial pressure 
of pure water at ttie storage temperature times 1 00%. In cases where two (or more) TgS are observed, the lowest glass 
trarKition temperature of ttie resulting dispersion when equilibrated witti humid air wiUi an RH of about 50% is at teast 
30 C. and preferably 50'C. It should be noted here that the mobility of a material varies greatly as a function of temper- 
ature, particularly at temperatures near the Tg of the material. (See for example, C. M. Roland and K. L Ngal (104 J 
Chem. Phys. 2967-2970 (1996)) and R. Bohmer. et al. (99 J. Chem. Phys. 4201-4209 (1992)) which discuss the "fragil- 
ity of glasses.) Fragility is essentially a measure of the slope of ttie log of ttie average relaxation time of a glassy mate- 
rial (tau) versus teirperature near ttie Tg of ttie glass. The fragility of glasses of ttie type we are considering here can 
'^'3*' '^^"S^'y proportional to mobility, can increase by from 5-fold to 20-fold for every 

1 0 C increase in temperature. Thus, for example, for glassy materials at temperatures just below their T^ . mobility may 
increase 10-fold for every 10°K temperature rise. Thus, raising ttie Tg of a material even 5 or 10'C can substantially 
55 increase the stability of the material. ouwaiannaiiy 

[0035] Tg as used herein is ttie characteristic temperature vrtiere a glassy material, upon gradual heating under- 
goes a relatively rapid (e.g.. 10 to 100 seconds) physical change from a glass state to a rubber state, "me glass-transi- 
tion region is generally ttie temperature region where ttie structural relaxation time of a material in the glass state talis 
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In the range of a few seconds to tens of minutes so that relaxation can be measured over a convenient time period. Spe- 
cifically, Moynihan, et al. (279 Ann. N.Y. Acad. Scl. 15-35 (1976)) have stated that the widely accepted average relaxa- 
tion time (tau) for a material at this Tg Is approximately 100 seconds. As we describe below, scientists have developed 
several techniques for measuring the Tg of a glass material that are consistent with this definition. In the case of poly- 
mers, there are typically several physical changes that occur upon heating. Each of these changes corresponds to an 
Increase in the mobility of the polymer. These transitions are designated a, p, y, where a signifies the highest temper- 
ature event, p the next highest and y the next. Tg as used herein, refers to the a-transitlons. At this temperature region 
there is a discontinuous change in several Important material properties, such as specific heat, mechanical modulus, 
relaxation rate, long-range molecular mobility, and the change In volume with temperature. 

[0036] Many factors Influence a polymer's Tg, the most important of which are the chemical structure and molecular 
weight. In general, organic materials that have some combination of high levels of hydrogen bonding, polar Interactions 
and n-electron Interactions, rigid polymer backbones and high molecular weights give rise to higher Tg values. 
[0037] The Tg of an amorphous material such as a polymer, drug or dispersion can be measured by several tech- 
niques, including by a dynamic mechanical analyzer (DMA), a dilatometer. dielectric analyzer, and by a differential 
scanning calorimeter (DSC). The exact values measured by each technique can vary somewhat but usually fall within 
10°C to 30°C of each other. TTie reason for the variation is the nature of the measurement. For exanple, DMA meas- 
ures the mechanical response (elastic and inelastic) to an oscillating mechanical stress. In comparison. DSC measures 
the total heat flow into and out of the sample as a function of temperature. In both cases a glass transition Is seen, but 
as a rule, the Tg seen in the DMA measurement occurs at a higher temperature (typically 10-20'*C) as compared to one 
measured by DSC. This is due to the fact that the DSC experiment measures the heat flow needed for breaking inter- 
molecular bonds and Increasing the number of conformational states that are populated, while DMA measures how the 
bulk mechanical properties change as a result of the microscopic changes, which necessarily occurs at a higher tem- 
perature. 

[0038] It should be noted that the Tg for a homogeneous blend of two amorphous materials can be estimated where 
the densities of the two components are similar, as Is roughly the case for many drugs and polymers. The fbllcwing 
expression, called the Gordon-Taylor Equation (M. Gordon and J.S. Taylor, 2 J. of Applied Chem. 493-500 (1952)) 
approximates Tgj 2 of a two-component mixture: 

fl''''2" W1+KW2 

[0039] Where w^ and W2 are the weight fractions of the components 1 and 2. Tgi and Tg2 are the glass transition 
temperatures of components 1 and 2 (in degrees Kelvin), respectively, Tg 1 2 's the glass transition temperature of the 
mixture of components 1 and 2, and K is a constant related to the free volumes of the two compounds. 
[0040] Corresponding expressions can be written for a mixture of a larger number of components. It follows from 
these expressions (and the fact tiiat the Tg of many amorphous drugs is quite low) that in order for the Tg of a dispersion 
to meet the stability criteria mentioned previously (Tg>30°C at 50% RH; preferably Tg>50°C at 50% RH) that, first, a 
significant portion of the dispersion should comprise a polymer having a relatively high Tg. Second, the equilibrium 
water content (water has an amorphous Tg of about 1 35-1 SB^'K) should be low. Third, the drug content of the dispersion 
should not be too high. This is particulariy true If the amorphous drug itself has a low Tg in the presence of humid air. 
The amounts of the various components of the dispersion accordingly will be chosen such that the resulting glass tran- 
sition temperature of the dispersion is greater than 30*'C measured at 50% RH and preferably greater than SO'^C meas- 
ured at 50% relative humidity. 

[0041] Thus, the Tg of a drug dispersion can be made high and. therefore, the stability of the dispersion increased 
by keeping the drug content low and the polymer content high. In a relative sense, this is true even of dispersions made 
from polymers with Tg's sufficientiy low that they are outside the invention. Thus, a dispersion of a drug in a polymer 
such as HPMCP, which has a Tg at 50% RH of about 90°C can have a Tg greater than 50**C. as long as the drug content 
is low (e.g., on the order of about 10 to 20 wt% or less). Despite the fact that stable dispersions may be made by homo- 
geneously dispersing the drug at a low concentration in a known, moderate Tg polymer, such dispersions are often 
impractical for use in a conventional dosage form such as a tablet due to the large amount of dispersion required. Thus, 
for example, a drug with a therapeutic dose of 100 mg would require 1000 mg of a 10 wt% drug dispersion making it 
Impractical for incorporation into a single oral dosage form such as a tablet. In contrast to this, a dispersion of the same 
drug in a high Tg polymer of the invention, could have a much higher drug loading (e.g.. 20 to 30%) and still have a high 
enough Tg for good stability (Tg > 30 °C or preferably Tg > 50°C). 

[0042] Because the glass transition is a kinetic process, the time scale for the measurement of Tg also has an effect 
on the measured Tg. For calorimetric experiments, the glass transition temperature is dependent on the scanning rate 
of the calorimeter-occurring at higher temperature for faster scan rates. As used herein when referring to numerical val- 
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ues for the Tg of a material, the Tg of a material is the highest a-transition measured using DSC at a WCMn. scan 
rate and for which the material has been preequillibrated with a specific RH. In addition, to minimize the loss of 
absortsed water during the DSC experiment, the sample should, following equilibration of the appropriate RH, be sealed 
in a vapor-tight sample holder, such as a Perkin Elmer 30 2-atm aluminum autosampler DSC pan. 

5 [0043] Stability of the dispersion over time may be measured in a variety of ways. First, the change in the Maximum 
Drug Concentration ("MDC") which results when the dispersion is dissolved in an appropriate in vitro test solution, such 
as a Model Fasted Duodenal ("MFD") solution may be measured. This MDC measured in vitro, has been shown to be 
related to the bioavailability of the dispersion in vivo. In addition, the chiange in the Area Under the Curve (•'AUC^. which 
is the integration of a plot of the drug concentration versus time, may also be measured. AUC's can be determined for 

10 in vitro dissolution tests by plotting the drug concentration in the test solution over time or for in vivo tests by plotting the 
drug concentration in the patient's blood over time. AUC's are well understood, frequently used tools in the pharmaceu- 
tical arts and have been extensively described, for example, in Welling, "Pharmacokinetics Processes and Mathemat- 
ics," ACS Monograph 185 (1 986). In addition, stability may be determined by evaluating ttie change in the physical state 
(crystalline vis-a-vis amorphous) of the drug in the dispersion. Specifically, the fraction of drug in the crystalline state In 

IS the dispersion may be measured by any standard physical measurement, such as X-ray diffraction or Scanning Elec- 
tron Microscope ("SEM") analysis. 

[0044] In a preferred embodiment, the composition comprising the solid dispersion provides enhanced bioavailabil- 
ity of the drug. It has been determined that in vitro dissolution of a dispersion in MFD solution is a good indicator of in 
vivo performance and bioavailability. In particular, a dispersion can be dissolution-tested by adding it to MFD solution 

20 and agitating to promote dissolution. Preferably, tiie dispersion of the present invention provides an MDC of the drug by 
a factor of at least 1 .5 relative to the equilibrium concentration of a control composition comprising an equivalent quan- 
tity of undispersed drug. TTie comparison composition is conventionally tiie undispersed drug alone (e.g., typically the 
crystalline drug alone in its most tfiermodynamically stable crystalline form, or in cases where a crystalline form of the 
drug is unknown, the control may be the amorphous drug alone) or the undispersed drug plus a weight of inert diluent 

2S equivalent to the weight of polymer in the test conposition. More preferably, the MDC of drug achieved witii the solid 
dispersions of tiie present invention exceeds the equilibrium drug concentration of the control by a fector of at least 
three, and more preferably by a factor of at least five. 

[0045] Alternatively, the dispersion of the present invention provides an AUC, for dissolution times between 0 and 
90 to 1200 minutes, in an in vitro dissolution test that is 1 .25-fold higher than that of a control composition comprising 
30 an equivalent quantity of undispersed drug. 

[0046] Alternatively, tiie dispersion of the present invention, when dosed orally to a human or otiier animal, provides 
an AUC In drug concentintion in tiie blood that is 1 .25-fbld higher than ttiat observed when a control composition com- 
prising an equivalent quantity of undispersed drug is dosed. 

[0047] A typical test to evaluate enhanced bioavailability can be conducted by (1) dissolving a sufficient quantity of 

35 control composition, typically the drug alone, in the in vitro test medium, typically MFD solution, to achieve equilibrium 
concentration of drug; (2) dissolving a sufficient quantity of dispersion, in an equivalent test medium, such that if all the 
drug dissolved, tiie theoretical concentration would exceed the equilibrium concentration of the undispersed drug by a 
factor of at least 2; and (3) determining whetiier tiie measured MDC of the dispersion in the test medium is at least 1 .5- 
fold that of the equilibrium concentration of ttie undispersed drug. The concentration of dissolved drug is typically meas- 

40 ured as a function of time by sampling the drug and plotting concentration vs. time so that the MDC can be ascertained. 
To avoid drug particulates which would give an erroneous determination, the test solution is either filtered or centri- 
f uged. "Dissolved drug" is typically taken as that material that either passes a 0.45 ^m syringe filter or. alternatively, the 
material that remains in tiie supernatant following centrlfugation. Filtration can be conducted using a 13 mm, 0.45 ^m 
polyvinylidine difluoride syringe filter sold by Scientific Resources under the frademark TITAN®. Centrlfugation is typi- 

45 cally carried out in a polypropylene microcentrifuge tube by centrifuging at 1 3,000 G for 60 seconds. Other similar filtra- 
tion or centrlfugation methods can be employed and useful results obtained. For example, using other types of 
microf liters may yield values somewhat higher or lower (±10-40%) than tiiat obtained with the filter specified above but 
will still allow identification of preferred dispersions. It is recognized that tills definition of "dissolved drug" encompasses 
not only monomeric sotvated drug molecules but also a wide range of species such as polymer/drug assemblies that 

50 have submicron dimensions such as drug aggregates, aggregates of mixtures of polymer and drug, micelles, polymeric 
micelles, colloidal particles or nanocrystals. polymer/drug complexes, and other such drug-containing species that are 
present in the filtrate or supernatant in the specified dissolution test. 

[0048] Bioavailability of drugs in the dispersions of the present invention can also be tested in vivo in animals or 
humans using conventional methods for making such a determination. An in vivo test, such as a crossover study, may 
55 be used to determine whether a dispersion provides an enhanced drug concentration in the blood (serum or plasma) 
versus time area under the curve (AUC) for a test subject dosed with the dispersion relative to the drug concentration 
in the blood versus time AUC for a test subject dosed with a control composition as described above. In an in vivo cross- 
over study a "test dispersion composition" is dosed to half a group of 12 or more humans and, after an appropriate 
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washout period {e.g., one week) the same subjects are dosed with a "control composition" that comprises an equivalent 
quantity of undispersed drug as the "test dispersion composition." The other half of the group is dosed with the control 
composition first, followed by the test dispersion composition. The bioavailability is measured as the area under the 
curve (AUG) determined for each group. In vivo determinations of AUG can be made by plotting the serum or plasma 

5 concentration of drug along the ordinate (y-axis) against time along the absdssa (x-axis). Generally, the values for AUG 
represent a number of values taken from ail of the subjects in a patient test population and are. therefore, mean values 
averaged over the entire test population. By measuring the AUG for a population to which the test dispersion composi- 
tion has been administered and conparing it with the AUG for the same population to which the control composition has 
been administered, the test dispersion composition can be evaluated. The determination of AUGs is a well-known pro- 

10 cedure and Is described, for example, In the same Welling AGS Monograph mentioned above. 

THE DISPERSION POLYMER(S) 

[0049] Polymers which are suitable for use in the dispersions of the present invention are selected to provide a Tg 
15 for the dispersion as described above. The polymer should have at least some solubility in aqueous solution at physio- 
logically relevant pHs (e.g. pH 1-8). Virtually any such polymer which is inert should be suitable. By "inert" is merely 
meant not undesirably reactive or bioactive, yet still capable of positively affecting the drug's bioavailablity. The polymer 
also should be biologically Inert or non-toxic in the sense that it is acceptable for oral administration to a mammal such 
as a human. The amount of the polymer present in the dispersion may range from about 20 wt% to about 99 wt% of the 
20 dispersion. A prefen'ed class of polymers Is cellulosic polymers and esters and ethers thereof, as well as mixed esters 
and ethers, including both so-called "enteric" and "non-enteric" polymers. 

[0050] As discussed above, the Tg of the polymer should be great enough so that the resulting dispersion has a rel- 
atively high Tg (greater than 30 *G at 50% RH). Although polymers which have a Tg when dry (e.g., a moisture content 
equivalent to an RH of about 10% or less) that is greater than 140''G may provide good stability for solid dispersions if 

25 protected from moisture, they often become unstable when exposed to ambient moisture levels (e.g., an RH of 30% to 
90%). Thus, since the dispersion may be stored in conditions subject to relative humidity In excess of 50%, It is neces- 
sary to select polymers having relatively high Tg's at high relative humidity. Some polymers exhibit marked decreases 
in Tg with Increasing water content due to the absorption of water. FIG. 1 shows the Tg values measured as a function 
of relative humidity for six different polymers. As is shown in FIG. 1, the Tg of polyvinyl pyrrolidone (PVP) drops much 

30 more rapidly with inaeasing RH than the Tg for the other polymers. This is because the amount of water absorbed by 
PVP at a given RH is much larger than for the other polymers. Preferably, the polymer does not absorb more than 10% 
by weight of water at 50% RH. In any event, the Tg of the polymer shouki remain relatively high when equilibrated with 
humid air (50% RH). In a preferred embodiment of the invention, the polymer should have a Tg of at least 100**G at 50% 
RH. and preferably should be at least lOS^'G at 50% RH. and even more preferably should be at least 1 lO^'G at 50% 

35 RH. As mentioned previously, stability can be dramatically improved by increasing Tg by even small amounts of 5 to 
lO'^G. Polymers within the scope of the present Invention include cellulose acetate phthalate (GAP) and cellulose ace- 
tate trimellitate (GAT). 

[0051] It should be noted that a polymer name such as "cellulose acetate phthalate" refers to any of the family of 
cellulosic polymers that have acetate and phthalate groups attached via ester linkages to a significant fraction of the 

40 cellulosic polymer's hydroxyl groups. Generally, the degree of substitution of each substituent group can range from 0.2 
to 2.8 as long as the other criteria of the polymer are met. "Degree of substitution" refers to the average number of the 
three hydroxyls per saccharide repeat unit on the cellulose chain that have been substituted. For exanple. If all of the 
hydroxyls on the cellulose have been phthalate substituted, the phthalate-degree of substitution Is 3. Also Included 
within each polymer family type are cellulosic polymers that have additional substituents added in relatively small 

45 amounts that do not substantially alter the performance of the polymer. 

[0052] More generally, one class of polymers which meets the requirements of the present invention includes cel- 
lulosic polymers with an ester- or ether-linked aromatic substituent in which the polymer has a degree of substitution of 
at least 0.2. Gellulosics with a significant fraction of aromatic substituents generally have the high Tg values and low 
water absorption values desirable for utility in the present invention. Exemplary aromatic substituents Include benzoate. 

50 phenoxy and ethoxy phenyl. For such aromatic-substituted polymers to also have the requisite aqueous solubility, it is 
also desirable that sufficient hydrophilic groups such as hydroxypropyl or carboxylic acid functional groups be attached 
to the polymer. Such carboxylic acid groups can be ether-linked to the polymer as is the case for carboxy ethyl groups, 
or they may be attached via ester linkages such as for succinate groups. A class of substituents that is particularly desir- 
able is that comprising carboxylic acid functional aromatic substituents, as they provide both an aromatic group to pro- 

55 mote a high Tg and an ionizable carboxylic acid group that can promote aqueous solubility. Garboxylic ackJ-substituted 
aromatic groups may be attached to the cellulosic polymer via ester or ether linkages via the hydroxyl groups of the cel- 
lulose backbone or through the hydroxyl groups of other substituents such as hydroxypropoxy. Exemplary carboxylic 
acid-substituted aromatic groups that may be attached via ester linkages include phthalate, trimeliilate. the various iso- 
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mers of pyridinedicarboxylic acid, terephthalate. isophthafate and alkyl-substituted derivatives of these groups. Exem- 
plary carboxylic acid-substituted aromatic groups that may be attached via ether linkages include salicylic acid, 
alkoxybenzoic acids such as ethoxy benzoic acid or propoxybenzoic acid, the various isomers of alkoxyphthalic acid 
such as ethoxyphthalic acid and ethoxyisophthalic acid, the various isomers of alKoxynicotinic acid such as ethoxynic- 
otinic acid, and the various isomers of alkoxypicolinic acid such as ethoxypicolinic add. 

[0053] It may also be desirable to add other substituents to the polymer to obtain the desired physical properties. 
Exemplary ester substituents are lower carboxylic acid residues such as acetate, propionate, and butyrate; to C4 
alkoxy groups such as methoxy. ethoxy, propoxy and butoxy and to C4 hydroxyalkoxys such as hydroxyethoxy, 
hydroxypropoxy and hydroxybutoxy. 

[0054] A particularly desirable subset of these cellulosic polymers are those that possess both a cartKSxylic acid 
functional aromatic substituent and an alkylate substituent. Exemplary polymers include: cellulose acetate phthalate, 
methyl cellulose acetate phthalate, ethyl cellulose acetate phthalate. hydroxypropyl cellulose acetate phthalate, hydrox- 
ypropyl methyl cellulose acetate phthalate. hydroxypropyl cellulose acetate phthalate succinate, cellulose propionate 
phthalate. hydroxypropyl cellulose butyrate phthalate, cellulose acetate trimellitate, methyl cellulose acetate trimellitate. 
ethyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate. hydroxypropyl methyl cellulose acetate 
trimellitate. hydroxypropyl cellulose acetate trimellitate succinate, cellulose propionate trimellitate, cellulose butyrate tri- 
mellitate. cellulose acetate terephthalate, cellulose acetate isophthalate, cellulose acetate pyridinedicarboxylate. sali- 
cylic acid cellulose acetate, hydroxypropyl salicylic acid cellulose acetate, ethylbenzoic acid cellulose acetate, 
hydroxypropyl ethylbenzoic acid cellulose acetate, ethyl phthalic acid cellulose acetate, ethyl nicotinic acid cellulose 
acetate, and ethyl picolinic add cellulose acetate. 

[0055] Even more preferred are those cellulosics with both ester-linked phthalate or trimellitate groups and an 
alkylate group. Exemplary polymers of this class include: cellulose acetate phthalate. methyl cellulose acetate phtha- 
late. hydroxypropyl cellulose acetate phthalate. hydroxypropyl methyl cellulose acetate phthalate, hydroxypropyl cellu- 
lose acetate phthalate succinate, cellulose propionate phthalate, hydroxypropyl cellulose butyrate phthalate. 
hydroxypropyl methyl cellulose trimellitate, cellulose acetate trimellitate, cellulose propionate trimellitate, cellulose 
butyrate trimellitate. cellulose acetate terephthalate. and cellulose acetate isophthalate. 

[0056] Most preferred polymers are celiulose acetate phthalate. methyl cellulose acetate phthalate, hydroxypropyl 
cellulose acetate phthalate, cellulose acetate terephthalate, cellulose acetate isophthalate, and cellulose acetate trim- 
ellitate. 

[0057] It should be noted that in the above polymer nomenclature, ether-linked substituents are recited prior to "cel- 
lulose" as the moeity attached to the ether group (e.g., "ethylbenzoic acid cellulose" has ethoxybenzoic acid substitu- 
ents) and ester-linked substituents are recited after "cellulose" as the carboxylate (e.g., "cellulose phthalate" has one 
carboxylic acid of each phthalate moiety ester-linked to the polymer and the other carboxylic add unreacted) . However, 
for all of the polymers listed above, the type and degree of substitution of the substituents must be such that the Tg of 
the resulting polymer meets the criterion listed above (e.g., Tg at 50% RH Is ^100° C). 

[0058] In contrast. carkx)xylic acid functional group-substituted cellulosic polymers that do not meet this criterion 
are certain grades of hydroxypropyl methyl cellulose phthalate (HPMCP). In particular. HPMCP-HP50. HPMCP-HP55 
and HPMCP-HP55S all absorb suffident water upon equilibration at 50% RH that their respective TgS drop below 
lOO'C. FIG. 1 shows Tg as a function of relative humidity for the polymers PVP, hydroxypropyl methyl cellulose acetate 
succinate (HPMCAS), and hydroxypropyl methyl cellulose phtiialate (HPMCP), all polymers not included witfiln the 
scope of the invention when used alone. FIG. 1 also shows the Tg of CAP and CAT, botii preferred embodiments of pol- 
ymers suitable for use alone in the invention. As FIG. 1 shows, at high RH (e.g.. 30% to 75%), the Tg of CAP and CAT 
are much higher than the TgS of tiie other respective polymers. 

[0059] While specific polymers have been discussed as being suitable for use alone in the dtepersions of the 
present invention, blends of polymers may also be suitable. Thus, blends of different polymers may be used to form tiie 
dispersions of the present invention, with some polymers having higher Tg and others lower, so long as tiie resulting 
dispersion meets tiie criteria discussed above. In general, this may be achieved by induding a suffident quantity of pol- 
ymer having a Tg in excess of 1 0O'^C at 50% RH. 

[0060] In addition to having a high Tg as described above, polymers that are preferred are those that are Insoluble 
in gasti-ic pH. or pH of about 1-2. but are soluble in intestinal pH, or pH of about 6-8. This should result in a dispersion 
which generally does not dissolve until reaching the duodenum of the intestinal ti-act. 

THE DRUG 

[0061] The drug In its pure state may be crystalline or amorphous, but at least a major portion of the drug is amor- 
phous when dispersed In tiie solid diversion. Preferably, the drug is in a substantially amorphous or non-crystalline 
state as described above. The dispersion may contain from about 1 to about 80 wt% drug, depending on the dose of 
the drug. In general, bioavailability and physical stability is maximized at low drug loadings (less than 10 wt% drug in 
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the dispersion). However, due to the practical limit of the dosage form size, higher drug loadings are often preferred and 
perform well. 

[0062] A specific advantage of using the high Tg polymers of the invention as the dispersion polymer is that they 
allow higher drug loadings in the dispersion to be used while still achieving a given target dispersion Tg and a target 
level of stability. As mentioned previously the Tg of a dispersion is generally dictated by the Tg and the weight fraction 
of the components that make up the dispersion. Thus, for a given drug, and relative humidity, the higher the Tg of the 
dispersion polymer, the higher the weight fraction (drug loading) of drug which can be used and still have a sufficiently 
high Tg (for example. 50°C at 50% RH) and also still have acceptable stability. For example, for a moderate Tg polymer 
like HPMCP, the dispersion Tg may drop below a value of 50°C at 50% RH at any drug loading above about 10 wt% 
while for a high Tg polymer like CAP. the dispersion Tg may drop below a value of SO^'C at 50% RH only at drug loadings 
above 35 wt%. 

[0063] The drug has sufficiently low aqueous solubility that it is desirable to increase its solubility either within the 
dosage form to improve its release characteristics or outside the dosage form to improve its concentration. Therefore, 
anytime one finds it desirable to raise the concentration of the drug in a use environment, the invention will find utility. 
The drug is a "low-solubility drug," meaning that the drug may be either **substantially water-insoluble" (which means 
that the drug has a minimum aqueous solubility at physiologically relevant pH (e.g., pH 1-8) of less than 0.01 mg/mL). 
"sparingly water-soluble," that is. has a water solubility up to about 1 to 2 mg/mL. or even low to moderate water-solu- 
bility, having a water-solubility as high as about 20 to 40 mg/mL. In general, it may be said that the drug has a dose-to- 
aqueous solubility ratio greater than 100 mL, where the drug solubility is the minimum value observed in any physiolog- 
ically relevant aqueous solution (e.g. , those with pH values between 1 and 8) including USP simulated gastric and intes- 
tinal buffers. In some cases, it is also desirable to enhance the solubility of the drug within the dosage form to increase 
the rate of diffusion or release from the dosage form or to improve the absorption of drug in the colon. In such cases, 
the invention may be applied to drugs with solubility as high as 20 to 40 mg/mL. This is particularly true when it is 
desired to deliver a solution of the drug. In such cases, the dose-to-aqueous solubility ratio may be as low as 1 to 100 
mL. 

[0064] Virtually any beneficial therapeutic agent that meets the solubility criteria may be used as the drug in the 
present invention. In addition, the drug may be employed in the fbrm of its pharmaceutically acceptable salts as well as 
in anhydrous and hydrated forms. 

[0065] Preferred classes of drugs include, but are not limited to, antihypertensives, antianxiety agents, anticlotting 
agents, anticonvulsants, blood glucose-lowering agents, decongestants, antihistamines, antitussives, antineoplastics, 
beta blockers, antiinflammatories, antipsychotic agents, cognitive enhancers, cholesterol-reducing agents, antiobesity 
agents, autoimmune disorder agents, anti-impotence agents, antibacterial and antifungal agents, hypnotic agents, anti- 
Parkinsonism agents. anti-Alzheimer's disease agents, antibiotics, anti-depressants, and antiviral agents. 
[0066] Specific examples of the above and other classes of drugs and therapeutic agents deliverable by the inven- 
tion are set forth below, by way of example only. For each named drug, it should be understood that included are tiie 
neutral form of tine drug, pharmaceutically acc^table salts, as well as prodrugs. Specific examples of antihypertensives 
include prazosin, nifedipine, trimazosin and doxazosin; a specific exanple of an antianxiety agent is hydroxyzine; a spe- 
cific example of a blood glucose-lowering agent is glipizide; a specific example of an anti-impotence agent is sildenafil 
citrate; specific examples of antineoplastics include chlorambucil, lomustine and echinomycin; a specific exanrple of an 
imidazole-type antineoplastic is tubulazole; specific examples of antiinflammatory agents include betametiiasone, pred- 
nisolone, aspirin, flurbiprofen and (+)-N-(4-[3-(4-fluorophenoxy)phenoxy]-2-cyclopenten-1-yl}-N-hyroxyurea; a specific 
example of a barbiturate is phenobarbital; specific examples of antivirals include acyclovir and virazole; specific exam- 
ples of vitamins/nutritional agents include retinoi and vitamin E; specific examples of beta blockers include timolol and 
nadolol; a specific example of an emetic is apomorphine; specific examples of a diuretic include chlorthalidone and 
spironolactone; a specific example of an anticoagulant is dicumarol; specific examples of cardiotonics include digoxin 
and digitoxin; specific examples of androgens include 1 7-methyltestosterone and testosterone; a specific example of a 
mineral corticoid is desoxycorticosterone; a specific example of a steroidal hypnotic/anesthetic is alfaxalone; specific 
examples of anabolic agents include fluoxymesterone and methanstenolone; specific examples of antidepression 
agents include sulpiride, [3.6-dimethyl-2-(2,4,6-trimethyl-phenoxy)-pyridin-4-yl]-(1-ethylpropyl)-amine, 3.5-dimethyl-4- 
(3'-pentoxy)-2-(2*,4',6'-trimethylphenoxy)pyridine, paroxetine, fluoxetine, venlafaxine and sertraline; specific examples 
of antibiotics include ampicillin and penicillin G; specific examples of anti-infectives include benzalkonium chloride and 
chlorhexidine; specific examples of coronary vasodilators include nitroglycerin and mioflazine; a specific example of a 
hypnotic is etomidate; specific examples of caitonic anhydrase inhibitors include acetazolamide and chtorzolamide; 
specific examples of antifungals include econazole. terconazole and griseofulvin; a specific example of an antiprotozoal 
is metronidazole; specific examples of anthelmintic agents include thiabendazole and oxfendazole; specific examples 
of antihistamines include astemizole. levocabastine, cetirizine. and cinnarizine; specific examples of antipsychotics 
include ziprasidone, f luspirilene and penfluridole; specific examples of gastrointestinal agents include loperamide and 
cisapride; specific examples of serotonin antagonists include ketanserin and mianserin; a specific example of an anes- 
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thetic is lidocaine; a specific example of a hypoglycemic agent is acetohexamide; a specific example of an anti-emetic 
is dimenhydrinate; a specific example of an antibacterial is cotrimoxazole; a specific example of a dopaminergic agent 
is L-DOPA; specific examples of anti -Alzheimer's Disease agents are THA and donepezil; a specific example of an anti- 
ulcer agent/H2 antagonist is famotidine; specific examples of sedative/hypnotic agents include chlordiazepoxide and tri- 
azolam: a specific example of a vasodilator is alprostadit; a specific example of a platelet Inhibitor is prostacyclin; spe- 
cific examples of ACE inhibitor/antihypertensive agents include enalaprillc acid and lisinopril; specific examples of 
tetracycline antibiotics include oxytetracycline and minocycline: specific examples of macrolide antibiotics include 
erythromycin, azithromycin, clarithromycin, and spriamycin; specific examples of glycogen phosphorylase inhibitors 
include [R-(R*S*)]-5-chloro-N-[2-hydroxy-3-[methoxymethylamino]-3-oxo-1-(phenylmethyl)propyOprop]^-lH-i^^^ 
carboxamide and 5-chloro-1H-indole-2-carbQxylic acid [(1S)-benzl:-3((3R.4S)-dih^rQxypyrrolidin-1-yl-H2R)-hydroxy- 
3- oxypropyljamide. 

[0067] Further examples of drugs deliverable by the invention are the glucose-lowering drug chlorpropamide, the 
anti-fungal fluconazole, the anti-hypercholesterolemic atorvastatin calcium, the antipsychotic thiothixene hydrochloride, 
the anxiolytics hydroxyzine hydrochloride and doxepin hydrochloride, the anti-hypertensive amtodlpine besylate, the 
antiinflammatories piroxicam and celicoxib. and the antibiotics carbenicillin indanyl sodium, bacampicillin hydrochloride, 
troleandomycin, and doxycycline hyclate. 

[0068] Further examples of drugs deliverable by the invention include: an antidepression drug. [3.6-Dimethyl-2- 
(2.4,6-trimethyli3henQxy)-pyridin-4-yl]-(1-ethyl-propyl)-amine 




CH3 

and [3,6-Dimethyl-2-(2.4.6-trimethyl-phenoxy)-pyridin-4-yl]-(1-ethyl-propyl)-amine hydrogen chloride 




CH3 

; a glycogen phosphorylase inhibitor. 5-chloro-1 N-indole-2-carboxylic acid [(1S)-benzyl-3-((3R.4S)'dihydroxypyrrolidin- 
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1 -yl-)-(2R)-hydroxy-3-oxypropyl]amide 



5 



10 




OH 



75 

; a glycogen phosphorylase inhibitor, [R-(R*,S*)]-5<hIoro-N-[2-hydroxy-3-[methoxymethyIamino)-3-oxo-1-(phenylme- 
thyl)propyl]-1 l-l-indole-2-cartx}xamide 



20 



25 



30 




; an antldepression drug, 3,6<dimethyl-4-(3'-pentoxy}-2-(2',4'6'-trimethylphenoxy]pryridine 

35 



40 



45 




: and an antiinflammatory, (+)-N-{4-[3-(4-Fluorophenoxy)phenoxy]-2-cyclopenten-1-yl}-N-hydroxyurea. 

55 
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METHOD OF MAKING DISPERSIONS 

[0069] The dispersions of the present invention may be made according to any known process which results in at 
least a majority (at least 60%) of the drug being in the amorphous state. Exemplary mechanical processes include mill- 
ing and extrusion; melt processes include high temperature fusion and solvent modified fusion; and solvent processes 
include non-solvent precipitation, spray coating and spray-drying. Although the dispersions of the present Invention may 
be made by any of these processes, the dispersions generally have their maximum bioavailability and stability when the 
drug is dispersed in the polymer such that it is substantially amorphous and substantially homogeneously distributed 
throughout the polymer. Although In some cases such substantially amorphous and substantially homogeneous disper- 
sions may be made by any of these methods, it has been found that such dispersions are preferably formed by "solvent 
processing," which consists of dissolution of the drug and one or more polymers in a common solvent. "Common" here 
means that the solvent, which can be a mixture of compounds, will simultaneously dissolve the drug and the polymer(s). 
After both the drug and the polymer have been dissolved, the solvent is rapidly removed by evaporation or by mixing 
with a non-solvent. Exemplary processes are spray-drying, spray-coating (pan-coating, fluidized bed coating, etc.), and 
precipitation by rapid mixing of the polymer and drug solution with CO2. water, or some other non-solvent Preferably, 
removal of the solvent results in a solid dispersion which Is a solid solution of drug dispiersed In the polymer(s). When 
the resulting dispersion constitutes a solid solution of drug in polymer, the dispersion may be thermodynamically stable, 
meaning that the concentration of drug in the polymer is at or below its equilibrium value, or it may be considered a 
supersaturated solid solution where the drug concentration in the dispersion polymer(s) is above its equilibrium value. 
[0070] The solvent may be removed through the process of spray-drying. The term spray-drying is used conven- 
tionally and broadly refers to processes involving breaking up liquid mixtures into small droplets (atorhlzation) and rap- 
Idly removing solvent from the mixture in a container (spray-drying apparatus) where there is a strong driving force for 
evaporation of solvent from the droplets. Ttie strong driving force for solvent evaporation is generally provided by main- 
taining the partial pressure of solvent in the spray-drying apparatus well below the vapor pressure of the solvent at the 
temperature of the drying droplets. This is accomplished by either (1) maintaining the pressure in the spray-drying 
apparatus at a partial vacuum (e.g., 0.01 to 0.50 atm); (2) mixing the liquid droplets with a warm drying gas; or (3) both. 
[0071 ] Essentially, solvents suitable for spray-drying can be any organic compound in which the drug and polymer 
are mutually soluble. Preferably, the solvent is also volatile with a boiling point of 150^0 or less. In addition, the solvent 
should have relatively low toxicity and be removed from the dispersion to a level that is acceptable according to The 
International Committee on Harmonization (ICH) guidelines. Removal of solvent to this level may require a processing 
step such as tray-drying subsequent to the spray<lrying or spray-coating process. Preferred solvents include alcohols 
such as methanol, ethanol, n-propanol, iso-propanol. and butanol; ketones such as acetone, methyl ethyl ketone and 
methyl iso-butyl ketone; esters such as ethyl acetate and propylacetate; and various other solvents such as acetonitrile, 
methylene chloride, toluene, and 1,1,1-trichloroethane. Lower volatility solvents such as dimethyl acetamide ordimeth- 
ylsulfoxide can also be used. Mixtures of solvents, such as 50% methanol and 50% acetone, can also be used, as can 
mixtures with water as long as the polymer and drug are sufficiently soluble to make the spray-drying process practica- 
ble. Generally, non-aqueous solvents are preferred meaning that the solvent comprises less than about 40 wt% water. 
[0072] Generally, the tenrperature and flow rate of the drying gas is chosen so that the polymer/drug-solution drop- 
lets are dry enough by the time they reach the wall of the apparatus that they are essentially solid, and so that they form 
a fine powder and do not stick to the apparatus wall. The actual length of time to achieve this level of dryness depends 
on the size of the droplets. Droplet sizes generally range from 1 ^m to 500 nm in diameter, with 5 to 100 ^m being more 
typical. The large surface-to-volume ratio of the droplets and the large driving force for evaporation of solvent leads to 
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actual drying times of a few seconds or less. This rapid drying is often critical to the particles maintaining a uniform, 
homogeneous dispersion instead of separating into drug-rich and polymer-rich phases. Solidification times should be 
less than 100 seconds, preferably less than a few seconds, and more preferably less than 1 second. In general, to 
achieve this rapid solidification of the drug/polymer solution, it is preferred that the size of droplets formed during the 
5 spray-drying process are less than 100 ^m in diameter, preferably less than 50 ^m in diameter, and more preferably 
less than 25 ^m in diameter. The resultant solid particles thus formed are thus generally less than 100 ^m in diameter, 
and preferably less than 50 ^m in diameter, and more preferably less than 25 ^m in diameter. Typically particles are 1 
to 20 Jim in diameter. 

[0073] Following solidification, the solid powder may stay in the spray-drying chamber for 5 to 60 seconds, further 
10 evaporating solvent from the solid powder. The final solvent content of the solid dispersion as it exits the dryer should 
be low, since this reduces the mobility of drug molecules in the dispersion, thereby improving its stability. Generally the 
residual solvent content of the dispersion should be less than 10 wt% and preferably less than 2 wt%. In some cases, 
it may be preferable to spray a solvent or a solution of a polymer or other excipient into the spray-drying chamber to 
cause aggregation of the dispersion particles into larger granules so long as tiie dispersion is not adversely affected. 
IS [0074] Spray-drying processes and spray<irying equipment are described generally in Peny's Chemical Engineers ' 
Handbook, Sixth Edition (R. H. Perry D. W. Green, J. O. Maloney eds.) McGraw-Hill Book Co. 1984. pages 20-54 to 
20-57. More details on spray-drying processes and equipment are reviewed by Marshall "Atomization and Spray-Dry- 
ing," 50 Chem, Eng. Prog, Monogr. Series 2 (1954). 

20 COMPOSITIONS HAVING STABILIZING AND CONCENTRATION-ENHANCING POLYMERS 

[0075] Another aspect of this invention provides a composition that contains a mixture of polymers. The composi- 
tion comprises a solid dispersion comprising a low-solubility drug and at least a "stabilizing polymer." At least a major 
portion of the drug is amorphous. The composition also includes a "concentration-enhancing polymer" that increases 

25 the maximum measured concentration of the drug in tiie environment of use (MDC), The concentration-enhancing pol- 
ymer may, for example, inhibit or slow tfie rate of precipitation or crystallization of drug from an aqueous solution. The 
concentration-enhancing polymer may be either part of the dispersion or may be added to tiie composition after forma- 
tion of the solid dispersion. The term "concentration-enhancing polymer," generally means any polymer that when 
present in a dissolution test, as previously described, results in an increase in the maximum concentration of "dissolved 

30 drug." As previously described, dissolved drug may be any drug-containing species which is present in the supernatant 
or filtrate of the dissolution test. The "stabilizing polymer" has a Tg that is greater than that of the concentration-enhanc- 
ing polymer at relatively high RH, e.g.. RH between 30% and 75%. This results In a composition in which the drug has 
greater stability during storage than a composition containing only tiie drug and tiie concentration-enhancing polymer. 
Together, the combination of the two polymers results In increased bioavailability and increased dispersion stability 

3S greater than that achieved by use of the polymers separately 

[0076] Polymers suitable for use as the stabilizing polymer include all those which are suitable for use in the solid 
dispersions of the present invention as described above with the exception of tiie higher Tg limitation. The stabilizing 
polymer should be inert and have at least some solubility in water at physiologically relevant pHs (e.g. pH 1-8). 
[0077] Where rt is desired merely to increase the stability of the composition, the stabilizing polymer may be 

40 selected so that it simply has a Tg that is greater than that of the concentration-enhancing polymer at the relevant rela- 
tive humidity, ratiier tiian a Tg in excess of 100°C at 50% RH. For example, the following polymers may also be used as 
a stabilizing polymer: hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl metiiyl cellulose acetate phtha- 
late, hydroxypropyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose 
phthalate, hydroxypropyl methyl cellulose, hydroxypropylcellulose, methyl cellulose, hydroxyethyl cellulose, hydroxye- 

45 thyl methyl cellulose, hydroxyethyl cellulose acetate, hydroxyethyl etiiyl cellulose, hydroxyethyl methyl cellulose acetate 
succinate, hydroxyethyl methyl cellulose acetate phthalate. carboxymetiiyl cellulose, and cartoxyethyl cellulose. Of 
course, greater stability will result if the stabilizing polymer is selected so that it has a relatively high Tg at moderate rel- 
ative humidity, i.e., at least lOO^'C at 50% RH. 

[0078] The optimum amount of stabilizing polymer present in the dispersion will vary depending on such things as 
50 the physical properties of the drug (such as its solubility and amorphous Tg). the dose of the drug and tiie type of dos- 
age form to be administered. In general, sufficient stabilizing polymer is added such that tfie resulting dispersion has 
sufficient stability that it meets the minium stability criterion for the pharmaceutical product. Typically this is a Tg of 30**C 
or higher and preferably a Tg of 50^*0 or higher for tiie dispersion having a typical water content, tiiat is. for dispersions 
that have been subjected to a typical storage environment. Also, since bioavailability is also an important criterion, it 
55 may be desirable to limit the amount of stabilizing polymer to make room in the formulation for additional concentration- 
enhancing polymer such that an acceptably high in vitro and in vivo MDC and AUG are obtained. In some cases, to 
obtain the best compromise between stability and bioavailability the dispersion is formed with only the drug and stabi- 
lizing polymer (to maximize stability) and tiien the concentration-enhancing polymer is dry-or wet- mixed with the dis- 
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persion or otherwise added to the dosage form so that the concentration-enhancing polymer does not reduce the T„ of 
the dispersion thereby compromising its stat)ility 

[0079] The concentration-enhancing polymers of the present invention increase the maximum concentration of the 
drug (MDC) in solution relative to a control composition comprising an equivalent quantity of drug when subjected to 
5 the previously desaibed dissolution test. The drug may be dissolved in the form of solvated monomeric molecules or 
any other drug-containing submlcron structure, assembly, aggregate, colloid, or micelle. As used herein, a "use envi- 
ronment" can be either the in vivo environment of the Gl tract of an animal, particularly a human, or the in vitro environ- 
ment of a test solution, such as an MFD solution. A concentration-enhancing polymer can be tested in vivo or, more 
conveniently, tested in vitro to ascertain whether It is within the scope of the invention. Dissolution tests and in vivo bio- 
10 availability tests can be performed as discussed above. The concentration-enhancing polymer should achieve an MDC 
that exceeds the equilibrium concentration of the undispersed drug in the control composition. Preferably, the concen- 
tration-enhancing polymer provides an MDC in a use environment that is at least 1.5-fold that of the MDC provided by 
a control comprising an equivalent quantity of undispersed drug. For example, if the control composition provides a 
maximum drug concentration of 1 mg/mL, then the composition including the concentration-enhancing polymer prefer- 
15 ably provides a maximum drug concentration of 1 .5 mg/mL 

[0080] Like the stabilizing polymers, suitable concentration-enhancing polymers should be inert, in that they do not 
chemically react with the drug in an adverse manner, and should have at least some solubility in aqueous solution at 
physiologically relevant pHs (e.g., 1-8). Almost any neutral or ionizable polymer that is water-soluble at a pH range of 
1 -8 may prove to be suitable for a particular drug. One preferred class of polymers is water-soluble cellulosic polymers. 
20 and another preferred class is cellulosic polymers which are Ionizable. both enterics and so-called non-enterics. 

[0081] For example, for certain drugs. PVP is known to be effective at inhibiting the precipitation or crystallization 
of drug from a supersaturated solution. Given PVP's low Tg at high relative humidity (see FIG. 1), amorphous disper- 
sions of drug and PVP are often not sufficiently physically stable to be commercially practical. However, by using both 
PVP and a stabilizing polymer, the drug may be stabilized and the benefits of PVP may be realized. For example, the 
25 drug, PVP and stabilizing polymer such as hydroxypropyl methyl cellulose acetate succinate (HPMCAS). may all be 
combined to form a single dispersion that has a higher Tg at 50% RH than a dispersion of the drug and PVP alone, and. 
as a result, improved physical stability. Alternatively, the drug and HPMCAS may be combined to form a dispersion and 
the PVP may be added to the dosage form, for example, by blending, mixing, or via wet- or dry-granulation or even by 
coating onto a tablet, bead or capsule. Thus, any method that results in the PVP being present to facilitate the degree 
30 of dissolution and inhibit precipitation or crystallization of the drug is suitable. The second embodiment, that is, forming 
the dispersion from the drug and HPMCAS alone (and adding the PVP to the formulation such that it is not part of the 
dispersion) is preferred, since, for an equivalent amount of drug and each polymer, the Tg of the dispersion of drug and 
HPMCAS will generally be higher at 60% RH than a dispersion of drug, HPMCAS, and PVP and therefore Is expected 
to have improved physical stability. 
35 [0082] Other concentration-enhancing polymers include: hydroxypropyl methyl cellulose acetate succinate, hydrox- 
ypropyl methyl cellulose acetate phthalate, hydroxypropyl methyl cellulose acetate, hydroxypropyl methyl cellufose suc- 
cinate, hydroxypropyl methyl cellulose phthalate. h^roxypropylntethyl cellulose, hydroxypropylcellulose, methyl 
cellulose, hydroxyethyl cellulose, hydroxy ethyl methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyl ethyl cel- 
lulose, hydroxy ethyl methyl cellulose acetate succinate, hydroxyethyl methyl cellulose acetate phthalate, carlx)xyme- 
40 thyl cellulose, carboxyethyl cellulose, polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene 
glycol, polyethylene glycol polypropylene glycol copolymers, polyvinyl pyn^olidone. polyethylene polyvinyl alcohol copol- 
ymers, carboxylic acid-functionalized polymethacryfates, amine-functionalized polymethacrylates, chitosan, and chitin. 
[0083] The oonposition may take several forms. For example, it may contain a single solid amorphous drug disper- 
sion comprising a mixture of the drug and the two polymers formed by any appropriate process but preferably by solvent 
45 processing from a common solvent. In this form, the dispersion is formed, for example, by dissolving the drug and both 
the stabilizing polymer and the concentration-enhancing polymer in a common solvent. The solvent is then removed to 
form the solid dispersion, which contains the drug and both polymers. 

[0084] Alternatively, the composition may contain a solid dispersion comprising the dmg and the stabilizing polymer 
(but not the concentration-enhancing polymer) that Is formed by any appropriate method, but preferably solvent 
50 processing. The solid dispersion is then subsequently dry- or wet-mixed with the concentration -enhancing polymer to 
form the composition. Mixing processes include physical processing as well as wet-granulation and coating processes. 
In addition, the composition may contain further additional polymers, selected either to have a high Tg to aid stability or 
to increase the concentration of the drug upon dissolution, or both. 

[0085] Alternatively, the low-solubility drug, when dispersed with a stabilizing polymer in a solid amorphous disper- 

55 sion. and the concentration-enhancing polymer can also be combined via co-administration of the two components to 
a use environment. By co-administration is meant that the solid amorphous dispersion comprised of drug and stabiliz- 
ing polymer is administered separately from, but within the same general time frame, as the concentration-enhancing 
polymer. For example, the dispersion can be administered in its own dosage form that is taken at approximately the 
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same time as the concentration-enhancing polymer, which is In a separate dosage form. The time difference between 
administration of the drug containing dispersion and the concentration-enhancing polymer is such that they come into 
physical contact In the use environment. When they are not co-administered at tiie same time it is generally preferable 
to administer the concentration-enhancing polymer prior to administration of the drug In the dispersion. 

EXCIPIENTS AND DOSAGE FORMS 

[0086] Although the key ingredients present in the compositions of the present invention are simply the drug to be 
delivered and the polymer(s), the Inclusion of other exciplents In the conposition, whetfier Included in the solid disper- 
sion or subsequently blended or mixed with the dispersion, may be useful and even preferred. One very useful class of 
exciplents Is surfactants. Suitable surfactants include fatty acid and alkyi sulfonates; commercial surfactants such as 
benzethanium chloride (HYAMINE® 1622. available from Lonza, Inc.. Fairlawn. N.J.); DOCUSATE SODIUM (available 
from Mallinckrodt Spec. Chem., St. Louis, MO); polyoxyethylene soibitan fatty acid esters (TWEEN®. available from ICI 
Americas Inc.. Wilmington. DE); LIPOSORB® P-20 (available from Upochem Inc.. Patterson NJ); CAPMUL® POE-0 
(available from Abltec Corp.. Janesvllle. Wl). and natural surfactants such as sodium taurochollc add, 1 -palmitoyl-2-ole- 
. oyl-sn-glycero-3-phosphocholine, lecithin, and other phospholipids and mono- and diglycerides. Such materials can 
advantageously be employed to increase the rate of dissolution by, for example, facilitating wetting, or othenwise 
increase the MDC attained. These surfactants may comprise up to 1 0 wt% of the spray-dried dispersion, so long as they 
do not adversely affect the Tg of the dispersion to the extent that It has unacceptable physical stability. 
[0087] Addition of pH modifiers such as adds, bases, or buffers may also be benef Idal. retarding the dissolution of 
the dispersion {e.g., acids such as citric acid or succinic acid when the dispersion polymer is anionic) or, alternatively, 
enhancing the rate of dissolution of the dispersion (e.g.. bases such as sodium acetate or amines). Addition of conven- 
tional matrix materials, surfactants, fillers, disintegrants. or binders may be added as part of the dispersion itself, added 
by granulation via wet or mechanical or other means. When such additives are included as part of the dispersion itself, 
they may be mixed with drug and polymer(s) in the spray-drying solvent, and may or may not dissolve along with the 
drug and polymer(s) prior to forming the dispersion by spray-drying. These materials may comprise up to 50 wt% of the 
drug/polymer/additive dispersion, so long as they do not adversely affect the Tg of the dispersion to the extent that It has 
unacceptable physical stability. 

[0088] Spray-dried solutions and the resulting dispersions may also contain various additives tfiat aid in the stability, 
dissolution, tabletting. or processing of the dispersion. Examples of such additives include: surfactants, pH-controlling 
substances (e.g.. acids, bases, buffers), fillers, disintegrators, or binders. Such additives may be added directly to the 
spray-drying solution such that the additive Is dissolved or suspended In the solution as a slurry. Alternatively, such 
additives may be added following the spraying process to aid in forming the final dosage form. 
[0089] Other conventional formulation exdpients may be employed in the compositions of this invention, induding 
those exdpients well-known in the art {e.g., as described in Remington's Pharmaceutical Sciences, Mack Publishing 
Co.. Easton, Pennsyl\^nia). Generally, exdpients such as fillers, disintegrating agents, pigments, binders, lubricants, 
f lavorants, and so forth may be used for customary purposes and In typical amounts wrthout adversely affecting the 
properties of the compositions. These exdpients may be utilized after the drug/polymer dispersion has been formed, in 
order to formulate the dispersion into tablets, capsules, suspensions, powders for suspension, creams, transdermal 
patches, and the like. 

[0090] Preferably, compositions of this invention may be used in a wide variety of forms for administration of drugs 
orally. Exemplary dosage forms are powders or granules that may be taken orally either dry or reconstituted by addition 
of water to form a paste, slun-y. suspension or sdution; tablets, capsules, multiparticulates or pills. Various additives 
may be mixed, ground, or granulated with the compositions of this invention to form a material suitable for the above 
dosage forms. Potentially beneficial additives fall generally Into the following classes: other matrix materials or diluents, 
surfactants, drug complexing agents or solubilizers. fillers, disintegrants. binders, lubricants, and pH modifiers (e.g., 
acids, bases, or buffers). 

[0091] Examples of other matrix materials, fillers, or diluents indude lactose, mannitol, xylitol, microcrystalline cel- 
lulose, calcium diphosphate, starch, polyoxamers such as polyethylene oxide, and hydroxypropyl methyl cellulose. 
[0092] Examples of surface active agents include sodium lauryl sulfate and polysortate 80. 
[0093] Examples of drug complexing agents or solubilizers indude the polyethylene glycols, caffeine, xanthene. 
gentisic add and cylodextrins. 

[0094] Examples of disintegrants include sodium starch glycolate. sodium alginate, carboxy methyl cellulose 
sodium, metiiyl cellulose, and croscarmellose sodium. 

[0095] Examples of binders include metiiyl cellulose, rriicrocrystalllne cellulose, starch, and gums such as guar 
gum, and tragacanth. 

[0096] Examples of lubricants include magnesium stearate and caldum stearate. 

[0097] Exemplary pH modifiers include acids such as citric acid, acetic add. ascorbic acid, lactic acid, tartaric acid. 
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aspartic acid, succinic add. phosphoric acid, and the like; bases such as sodium acetate, potassium acetate, calcium 
oxide, magnesium oxide, trisodium phosphate, sodium hydroxide, calcium hydroxide, aluminum hydroxide, and the like; 
and buffers generally comprising mixtures of acids and the salts of said acids. At least one function of Inclusion of such 
pH modifiers is to control the dissolution rate of the drug, polymer, or both, thereby controlling the local drug concentra- 
tion during dissolution. In some cases it has been determined that the MDC values for some drugs are higher when the 
solid dispersion dissolves relatively slowly, e.g., over 60 to 180 minutes rather than less than 60 minutes. 
[0098] In some cases, the dosage form may have superior performance if it is coated with an enteric polymer to pre- 
vent or retard dissolution until the dosage form leaves the stomach. Exemplary enteric coating materials include HPM- 
CAS. HPMCP, cellulose acetate phthalate, cellulose acetate trimetiitate. carfooxylic acid-functionalized 
polymethacrylates. and carboxyllc acid-functionalized polyacrylate. 

[0099] One dosage form that has been found useful by the inventors for oral administration of the compositions of 
the present invention is an oral powder for constitution (OPC). The drug-containing composition is prepared by combin- 
ing the drug and polymers as desaibed above. A first solution containing 0.5 wt% of polyoxyethylene 20 sorbltan 
monooleate TWEEN 80® (ICI Surfactants. Everberg. Belgium) and 9 wt% polyethylene glycol having a molecular 
weight of 3350 daltons in water is prepared, and a second solution containing 0.75 wt% of hydroxypropyl cellulose. 
METHOCEL® (Dow Chemical Company) in water is also prepared. The OPC is prepared by placing the drug-contain- 
ing composition Into a flask and adding 1 0 mL of the first solution. The flask is shaken for 2 minutes. Then. 20 mL of the 
second solution is added to the flask and the solution is shaken for another 2 minutes. This OPC can then be orally 
dosed to a mammal. 

[01 00] In addition to the above additives or excipients. use of any conventional materials and procedures for formu- 
lation and preparation of oral dosage forms using the compositions of this invention known by those skilled in the art 
are potentially useful. 

[0101] Other features and embodiments of the invention will become apparent from the following exanrples which 
are given for illustration of the invention rather than for limiting its intended scope. 

EXAf^PLE 1 

[0102] A solution of drug and polymer was made by dissolving 67 mg of the drug [3,6-DimethyI-2-(2,4,6-trimethyl- 
phenoxy)-pyridin-4-yl]-(1-ethyl-propyl)-amine hydrogen chloride ("Drug 1," Pfizer. Inc.) and 133 mg of CAP (Eastman, 
lot # 6061 6. 35% phthaloyl. 24% acetyl, where the viscosity of a 1 5 wt% solution in acetone is 50-90 cp) in 1 5 g of HPLC 
grade acetone (Aldrich). The drug/|polymer solution was then placed in a 20 mL syringe that was then inserted into a 
syringe pump. (Harvard Apparatus model 22). 

[01 03] Solvent was rapidly removed from the above solution by spraying it into the spray-drying apparatus schemat- 
ically shown in FIG. 2, consisting of an atomizer in the top cap of a vertically oriented stainless steel pipe shown gen- 
erally as 10. The atomizer is a two-fluid nozzle (Spraying Systems Co. 1650) where the atomizing gas is nitrogen, 
delivered through line 12 to the nozzle at 100**C and at a flow of 15 g/min. and the solution, at room temperature, is 
delivered through line 14 to the nozzle at a fbw rate of 1 .0 g/min using the syringe pump. Filter paper 16 with a support- 
ing screen (not shown) is clamped to the bottom end of the pipe to collect the solid spray-dried materiail and allow the 
nitrogen and evaporated solvent to escape. The resulting material was a dry. white, substantially amorphous powder. 

EXAMPLES 2-13 
and 

COMPARATIVE EXAMPLES C1-C8 

[0104] Examples 2 through 13 and Comparative Examples Cl through C8 were prepared as in Example 1 , except 
that Examples 6 and 7 and Comparative Examples C4 and C5 were prepared with the drug [3,6-Dimethyl-2-(2,4,6-tri- 
methyl-phenoxy)-pyridin-4-yl]-(1-ethyl-propyl)-amine ("Drug 2", Rizer, Inc.), Examples 8 through 11 and Comparative 
Exanples C6 and C7 were prepared with the drug 2-(4-FIuorophenoxy)-N-[4-(1-hydroxy-1-methyl-ethyl)-benzyl]nicoti- 
namide ("Drug 3". Pfizer. Inc.), and Examples 12 and 13 and Ck>mparative Example 08 were prepared using 5-chloro- 
lH-indole-2-carboxylic add [(1)-benzyl-2-(3-hydroxy-azetidin-1-yl)-2-oxo-ethyl]-amide ("Drug 4"). Other variables are 
noted in Table 1 . 
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Table 1 



Ex No. 


Drug Mass 
(mg) 


Drug No. 


Polymer Mass 
(mg) 


Polymer 


Solvent 
Mass (g) 


Solvent 


Syringe Size 
(mL) 


1 


Of 


1 
1 


lOO 


PAP 




(HPLC 
Grade) 


on 


2 


200 


1 


400 


CAT 


60 


acetone 
Grade) 


60 


3 


30 


1 


270 


CAP 


10 


acetone 
Grade) 


20 


4 


200 


1 


300/100 


CAP/PVP 


45 


1/1 metha- 
nol/acetone 
(HPLC 
Grade) 


60 


5 


Of 


1 


Of /Of 


L»Mr/r1rlVI- 

CAS-LF 


10 


acetone 

(HPLC 

Grade) 


on 


6 


67 


2 


133 


CAP 


15 


acetone 

(HPLC 

Grade) 


20 


7 


67 


2 


67/67 


CAP/HPM- 
CAS-LF 


15 


acetone 

(HPLC 

Grade) 


20 


8 


300 


3 


600 


CAT 


30 


acetone 


60 


9 


150 


3 


300 


CAP 


15 


acetone 


20 


10 


300 


3 


600 


HPMCP 


30 


acetone 


60 


11 


150 


3 


300 


PVP:CAP 


15 


1:1:4 

H20/melha- 
nol/acetone 


20 


12 


150 


4 


150 


CAT 


33.3 


1 :1 metha- 
nd/acetone 


60 


13 


150 


4 


150 


CAP 


33.3 


1:1 metha- 
not/acetone 


60 


C1 


200 


1 


400 


PVP 


45 


1/1 metha- 
nol/acetone 
(HPLC 
Grade) 


60 


C2 


30 


1 


270 


PVP 


10 


1/1 metha- 
nol/acetone 
(HPLC 
Grade) 


20 


C3 


67 


1 


133 


HPMCAS-LF 


15 


acetone 

(HPLC 

Grade) 


20 
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Table 1 (continued) 



Ex. No. 


Drug Mass 

(mg) 


Drug No. 


Polymer Mass 
(mg) 


Polymer 


Solvent 
Mass (g) 


Solvent 


Syringe Size 
(mL) 


C4 


67 


2 


133 


PVP 


20 


1/1 metha- 

(HPLC 
Grade) 


60 


C5 


150 


2 


300 


HPMCAS-LF 


40 


acetone 

(HPLC 

Grade) 


60 


C6 


300 


3 


600 


HPMCAS-MF 


30 


acetone 


60 


C7 


150 


3 


300 


PVP 


15 


1 :9 metha- 
not/acetone 


60 


C8 


150 


4 


150 


HPMCAS-LF 


33.3 


methanol 


60 



COMPARATIVE EXAMPLES C9 AND CIO 



[0105] Comparative examples C9 and C10 were simply 556 mg and 500 mg respectively of Drug 1 and Drug 2 in 
their equilibrium crystalline state with crystal size of about 1 to 20 ^m and 1 to 1 0 pm, respectively. 

EXAMPLE 14 

[0106] Dissolution performance of the material from Example 1, before exposure to increased temperature and 
humidity, was measured as follows. In a 37*»C controlled temperature box. 3.0 mg of the material of Example 1 was 
inserted into a polypropylene microcentrifuge tube (Sorenson Bioscience Inc.). The theoretical MDC in solution (i.e.. if 
all drug dissolved) was 490 jig/mi [(3.0 mg x 1000 jig/mg) x (0.33 g drug/g dispersion) x 0.90 salt factor x 0.98 drug 
assay/1.8 ml = 490 ^ig/ml]. (This value varies slightly between samples due to small differences in the actual drug assay 
potency of the sanples.) An MFD solution of 1.8 ml of a phosphate buffered saline solution (8.2 mM NaCI, 1.1 mM 
Na2HP04, 4.7 mM KH2PO4, pH 6.5. 290 mOsm/kg) containing 14.7 mM sodium taurocholic acid and 2.8 mM 1-palmi- 
toyl-2-oleoyl-sn-glycero-3-phosphocho!lne was added to the tube. The tube was closed and a timer was started. The 
contents of the tube were then mixed continuously at highest speed on a vortex mixer (Fisher Vortex Genie 2) for 60 
seconds. The tube was transferred to a centrifuge (Marathon, Model Micro A), then centrifuged at 13,O0OG for 60 sec- 
onds. A 50 ^il-sample was removed from the centrifuge tube by pipette four minutes after the timer was started. Solids 
in the centrifuge tube were resuspended by mixing the sanple continuously on the vortex mixer for 30 seconds. The 
centrifuge tube was returned to the centrifuge and allowed to stand undisturbed until the next sample was taken. Each 
sample was centrifuged, sampled and resuspended as described, then diluted with 250 \lL HPLC grade methanol 
(Burdick & Jackson) and the concentration of drug was determined by HPLC. Samples were taken after 4, 10, 20, 40, 
and 90 minutes, analyzed, and drug concentrations for each time point were calculated. The average drug concentra- 
tion after 4 minutes was 393 jig/mL, after 10 minutes was 409 iigfmL, after 20 minutes was 365 ^ig/mL. after 40 minutes 
was 334 ^g/mL. and after 90 minutes was 307 fig/mL. Therefore, the MDC for this sample before storage at increased 
temperature and humidity was 409 ^g/mL. comprising the highest average drug concentratton observed during the in 
vitro dissolution test. 

[0107] In addition, the AUC90 value was calculated for Example 1 . The AUC90 value is the AUC calculated from 0 
to 90 minutes. AUC between two Individual time points within the curve was determined as follows. First, a straight line 
was drawn between the two sets of data points t1 , cl and t2. c2, where t1 and t2 are time points and c1 and c2 are drug 
concentrations, where t2 > t1. This defines a geometric area of a trapezoid. The area of this trapezoid is 
AUC = c1(t2-t1) + iy2((t2-t1) X (c2- cl)) . AUC90 is determined by calculating the sum of these areas defined by the 
drug concentrations observed at t^ and tg equal to: 0 and 4 minutes. 4 and 10 minutes. 10 and 20 minutes. 20 and 40 
minutes, and 40 and 90 minutes, 

[0108] For comparison, the dissolution performance of the crystalline form of the drug in Comparative Example C9 
was measured by subjecting a similar quantity of crystalline drug to the same test. 

[01 09] In a similar manner, the other dispersions of Drug 1 . formulated as in Examples 2 to 5, were also dissolution- 
tested. The results of these tests are summarized in Table 2. This data shows that the MDC and AUC90 values for the 
various dispersions of Drug 1 were 2.5-fold to 4-fold higher than for the crystalline drug alone. 
[0110] In a similar manner, the dispersions of Drug 2, formulated as in Examples 6 and 7, and the crystalline form 
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of Drug 2 in Comparative Example CIO were dissolution-tested. The results of these tests are summarized in Table 3. 
This data shows that the MDC and AUC90 values for the dispersions of Drug 2 were 18-fold to 23-fold higher than for 
the crystalline drug alone. 



Table 2 



Example No. 


Theoretical MDC 
(^ig/mL) 


MDC fresh (jig/mL) 


AUC90 fresh (ng/mL) 


1 


490 


409 


30.300 


2 


500 


340 


29.000 


3 


446 


372 


28.200 


4 


527 


445 


36.600 


5 


500 


446 


34.200 


09 


556 


135 


9.900 
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Table 3 



Example No. 


Theoretical MDC 
(^lg/mL) 


MDC fresh (ng/mL) 


AUC90 fresh (jig/mL) 


6 


475 


395 


29.500 


7 


470 


396 


32.700 


CIO 


500 


22 


1,400 



EXAMPLE 15 

[0111] TTiis example demonstrates improved stability of dispersions containing a high Tg polymer. The samples 
35 prepared in Examples 1 and 2, and in Comparative Example Cl were stored under elevated temperature and humidity 
conditions to Inaease the rate of physical changes occurring in the materials in order to simulate a longer storage inter- 
val in a typical storage environment Analysis of dissolution performance using an in vitro dissolution test and assess- 
ment of crystailinrty using SEM were done before and after such storage in order to evaluate stability of the dispersion. 
[0112] Dissolution performance of the material from Example 1. before exposure to increased temperature and 
40 humidity, was measured as described in Example 1 4. Tlie average drug concentration after 4 minutes was 393 iig/mL, 
after 10 minutes 409 jig/mL. after 20 minutes 365 ^g/mL, after 40 minutes 334 ng/mL, and after 90 minutes 307 ^g/mL. 
Therefore, the MDC for this sample before storage at Increased temperature and humidity was 409 (ig/mL, the highest 
average drug concentration observed during the in vitro dissolution test. 

[0113] The materials were then aged in a controlled environment. Approximately 10 mg of the materials prepared 
45 in Examples 1 and 2 and Comparative Example Cl were each transferred to a 2 mL glass vial and placed in a vacuum 
chamber for 16 hours to remove residual solvent from the samples. The vials were then transfen-ed uncapped to a tem- 
perature/humidity controlled oven (Environmental Specialties Inc., Model ES2000) at 40'*C and 44% relative humidity 
and allowed to stand undisturbed for 1 month. Samples were then removed from the oven and transferred to a vacuum 
dessicator for 16 hours to remove adsorbed water from tiie samples. The samples were then removed from the vacuum 
50 dessicator and tightiy capped. 

[0114] The material from Example 1 was then dissolution tested after the one month storage. The average drug 
concentration measured after 4 minutes was 390 jig/mL, after 10 minutes 378 ^ig/mL, after 20 minutes 335 fig/mL, after 
40 minutes 315 ^g/mL. and after 90 minutes 287 )ig/mL Therefore, tiie MDC for this sample after storage at increased 
temperature and humidity was 390 MQ/mL. To determine the dissolution performance of the material, the MDC of the 
55 material after aging was divided by the MDC of the material before aging (390 ^ig/mL/ 409 jig/mL = 0.95). thus showing 
that the MDC of the aged material was 95% of the fresh material. 

[01 1 5] An analogous procedure was used to assess the dissolution performance of the materials from Examples 2 
and Cl . before and after exposure to increased temperature and humidity. The results from the tests are summarized 
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in Table 4. Note that the MDC (aged/fresh) of the material from conparative Example C1 was only 0.86, compared with 
0.95 for Example 1 and 1.1 for Example 2, the Example 2 measurement demonstrating that the MDC actually improved 
with aging. 

[01 1 6] Similarly, the AUC90 values for Examples 1 and 2 and Comparative Example Cl were determined. To deter- 
mine the dissolution performance of the material, the AUC90 values of the material after aging was divided by the AUC90 
of the material before aging. This calculation shows that the AUC90 (aged/fresh ratio) tor Example 1 was 0.93. for Exam- 
ple 2 was 1 . 1 , for Example CI was 0.46. 

[01 1 7] This data demonstrates that the dispersions of Examples 1 and 2 (the dispersions made with high Tg poly- 
mers CAP and CAT, respectively), were more stable after exposure to Increased temperature and humidity than the dis- 
persion of Comparative Example CI made from the low Tg (at elevated RH) polymer. PVR 



Table 4 



Example No. 


MDC fresh 
(jig/mL) 


MDC aged 
ivLQfml) 


Theoretical MDC 
(|ig/mL) 


MDC (aged/fresh) 


AUC90 
(aged/fresh) 


1 


409 


390 


490 


0.95 


0.93 


2 


340 


395 


500 


1.1 


1.1 


CI 


360 


309 


494 


0.86 


0.46 



[01 1 8] The materials from Examples 1 . 2. and CI were then assessed for the presence of crystals and changes in 
particle shape and morphology, before and after exposure to increased temperature and humidity, using SEM analysis 
as described below. Approximately 0.5 mg of sample was mounted to an aluminum stub with 2-sided carbon tape. The 
sample was sputter-coated (Hummer Sputtering System. Model 6.2. Anatech Ltd.) with an Au/Pd stage for 10 minutes 
at 15mV. and studied by SEM. Samples before aging generally appear as spheres or collapsed spheres with smooth 
and rounded feces and surfaces. Changes in partlde appearance indicating physical instability include: fusing together 
of individual particles, changes in surface texture, changes in general particle shape, and appearance of straight edges 
in the particle (indicating possible crystallinity); Scanning electron micrographs of the material from Examples 1 and 2, 
and Comparative Example C1 before and after exposure to increased temperature and humidity are summarized in 
Table 5. No significant changes were observed for the materials from Example 1 and 2 after aging. SEM analysis of the 
sample from Comparative Example CI , however, showed substantial physical changes after aging, including fused par- 
ticles, greatly increased roughness of the particles, and the presence of straight-edged material present in the particles 
which may indicate crystallization of drug. This indicates that the dispersions of Examples 1 and 2 were more stable 
than the dispersion of Comparative Example CI . 



Table 5 



Example No. 


SEM Observations Before 

Aging 


SEM Observations After Aging 


1 


Smooth collapsed spheres 


Smooth collapsed spheres 


2 


Smooth collapsed spheres 


Smooth collapsed spheres 


CI 


Smooth spheres 


Fused particles 
Greatly increased roughness of the particles 
Straight-edged material present 



[0119] In addition, samples from Example 1 and Comparative Example C1 were analyzed using powder X-ray dif- 
fraction. A sample of material from Example 1 was examined using powder X-ray diffraction before aging. No peaks 
were observed to indicate crystallinlty of the drug. A sample of Example 1 after aging at 40°C/44% RH for one month 
was also analyzed using powder X-ray diffraction. Again, no peaks were observed to indicate crystallinity of the drug. 
Comparison of the X-ray diffraction data before and after aging showed no significant differences. Likewise, material 
from Comparative Example CI before aging was examined using powder X-ray diffraction and no peaks were observed 
to indicate crystallinity of the drug. A sample of Comparative Example CI after aging at 40"C/44% RH for one month 
was examined using powder X-ray diffraction, and several strong peaks (at scattering angles of 9.5. 16, and 20.5 
degrees) were observed indicating crystallization of the drug had occurred. Thus comparison of the powder X-ray dif- 
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fraction data before and after aging of Comparative Example C1 showed that crystallization of the drug In Comparative 
Example Cl had occurred. The powder X-ray diffraction data again shows that the dispersions of Examples 1 and 2 
were more stable conrpared with the dispersion of Conparative Example Cl . 

EXAMPLE 16 

[01 20] This example demonstrates improved stability of dispersions having a high Tg polymer at low drug loadings. 
Samples from Example 3 and Comparative Example C2 were stored at 40°C/44% RH for one month using the same 
procedure as described for the samples in Example 15. In vitro dissolution testing of the samples was done as 
described in Example 1 4. These results are summarized In Table 6. Note that the MDC (aged/fresh) of the material from 
Comparative Example C2 is only 0.92, compared with 0.98 for Example 3. In addition the AUC90 (aged/fresh) from C2 
is only 0.80, compared with 0.98 for Example 3. This data demonstrates that the dispersion from Example 3 (the dis- 
persion made with a high Tg polymer), is more stable after exposure to increased temperature and humidity than the 
dispersion from Comparative Example C2. 



Table 6 



Example No. 


MDC fresh 


MDC aged 


Theoretical MDC 


MDC (aged/fresh) 


AUC90 




(ug/mL) 


(^g/mL) 


(fig/mL) 




(aged/fresh) 


3 


372 


366 


446 


0.98 


0.98 


C2 


379 


348 


474 


0.92 


0.80 



[0121] The materials from Example 3 and Comparative Example C2 were assessed for the presence of crystals 
and changes In particle shape and morphology, before and after exposure to Increased temperature and humidity, using 
scanning electron microscopy analysis as described previously in Exanrple 15. No significant changes were observed 
for the material from Example 3 after aging. SEM analysis of the samples from Comparative Example C2, however, 
showed substantial physical changes after aging, including fused particles and the presence of straight-edged material 
present in the particles, which may indicate crystallization of drug. These results are summarized in Table 7. This dem- 
onstrates that the dispersion of Example 3, made from the high Tg polymer CAP, is more stable than the dispersion of 
Comparative Example C2, made from the polymer PVR 



Table 7 



Example No. 


SEM Observations Before 
Aging 


SEM Observations After Aging 


3 


SnrKX)th collapsed spheres 


Smooth collapsed spheres 


C2 


Smooth spheres 


Fused particles 


Straight-edged material present 



EXAMPLE 17 

[01 22] This example demonstrates the stability of a dispersion having both a concentration-enhancing polymer and 
a high Tg polymer. Samples from Examples 1 and 4, and Comparative Example C1 were stored at 40''C/44% RH for 1 
month using the same procedure as described for the samples in Exanple 15. The dispersion of Example 4 contains 
both PVP and CAP, while Example 1 contains only CAP and Comparative Example Cl contains only PVR In vitro dis- 
solution testing of the samples was done as described in Example 14. These results are summarized in Table 8, Note 
that the MDC (aged/fresh) of the material from Comparative Example Cl is only 0.86, compared with 0.95 for Example 
1 and 1 .02 for Example 4. Similarly, the AUC90 (aged/fresh) of the material from Comparative Example Cl is 0.46, com- 
pared with 0.93 and 0.80 for Examples 1 and 4, respectively. This data demonstrates that the dispersion of Example 4 
(the dispersion made with a mixture the concentration-enhancing polymer of PVP and the stabilizing polymer CAP), is 
more stable after exposure to increased temperature and humidity than the dispersion of Comparative Example Cl (the 
dispersion made with PVP polymer alone). In addition, the MDC of the aged dispersion of Example 4 was higher than 
the MDC of the aged dispersion of Example 1 indicating improved dissolution performance for the dispersion made with 
both a concentration-enhancing polymer and a stabilizing polymer. 
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Tables 



Example No. 


MDC fresh 
(jig/mL) 


MDC aged 
(Mg/mL) 


Theoretical MDC 
(jig/mL) 


MDC (aged/fresh) 


AUCgo 

(aged/fresh) 


4 


445 


452 


527 


1.02 


0.80 


1 


409 


390 


490 


0.95 


0.93 


C1 


360 


309 


494 


0.86 


0.46 



[0123] The materials from Examples 1 and 4 and Comparative Example CI were assessed for the presence of 
crystals and changes in particle shape and morphology, before and after exposure to increased temperature and 
humidity, using scanning electron microscopy analysis. The procedure was as described previously in Example 15, 
except that SEM analysis was performed after 3 days exposure to Increased temperature and humidity. No significant 
changes were observed for the material from Example 1 and Example 4 after three days aging. SEM analysis of the 
sample from Comparative Example Cl , however, shows substantial physical changes after three days aging, including 
fused particles, rough surfaces on the particle, and the presence of straight-edged material present in the particles, 
which may indicate crystallization of drug. These results are summarized in Table 9. These results show superior sta- 
bility of the dispersion in Examples 1 and 4 compared with the dispersion of Comparative Example CI . 



Table 9 



Example No. 


SEM Observations Before 
Aging 


SEM Observations After Aging 


4 


Smooth collapsed spheres 


Smooth collapsed spheres 


1 


Smooth collapsed spheres 


Smooth collapsed spheres 


CI 


SnfK>oth spheres 


Fused particles 
Rough particle surfaces 
Straight-edged material present 



EXAMPLE 18 

[0124] This example demonstrates the stability of another dispersion (Example 5) having both a high Tg polymer 
(CAP) and a concentration-enhancing polymer (HPMCAS). Sanples from Examples 1 and 5. and Comparative Exam- 
ple C3 were stored at 40°C/44% RH using the same procedure as described for the samples in Example 1 5, except that 
the samples were exposed to elevated temperature and humidity for 75 days. In vitro dissolution testing of the samples 
was done as described in Example 14. These results are summarized in Table 10. Note that the MDC (aged/fresh) of 
the material from Comparative Example C3 is only 0.46, compared with 0.87 for Example 1 and 0.88 for Example 5. 
Similarly, the AUCgo (aged/fresh) of the material from Comparative Example C3 is only 0,31 , compared with 0.80 for 
Example 1 and 0.56 for Example 5. This data demonstrates that the dispersion of Example 5 (the dispersion made with 
a mixture of HPMCAS-LF and CAP polymers), is more stable after exposure to increased temperature and humidity 
than the dispersion of comparative Example C3 (the material made with HPMCAS-LF polymer alone). This shows that 
addition of a stabilizing polymer such as CAP to a concentration-enhancing polymer such as HPMCAS results in 
improved stability. 



Table 10 



Example No. 


MDC fresh 
(jig/mL) 


MDC aged 
(^g/mL) 


TTieoretical MDC 
(jig/mL) 


MDC (aged/fresh) 


AUCgo 

(aged/fresh) 


5 


446 


355 


500 


0.80 


0.56 


1 


409 


354 


490 


0.87 


0.80 


C3 


407 


189 


490 


0.46 


0.31 
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[0125] The materials from Examples 1 and 5. and Comparative Exanple C3 were assessed for the presence of 
crystals and changes in particle shape and morphology, before and after exposure to increased temperature and 
humidity, using scanning electron microscopy analysis. The procedure was as described previously In Example 15, 
except that SEM analysis was performed after 36 days exposure to increased temperature and humidity. No significant 
5 changes were observed for the material from Exanrple 1 and Example 5 after 36 days aging. SEM analysis of the sam- 
ple from Comparative Example C3, however, shows substantial physical changes after 36 days aging, including fused 
particles, rough surfaces on the particle, and the presence of straight-edged material present in the particles, which 
may indicate crystallization of drug. These results are summarized in Table 11. The results show that the dispersions 
of Examples 1 and 5 are more stable than the dispersion of Comparative Example C3. 

10 



Table 11 



Example No. 


SEM Observations Before 
Aging 


SEM Observations After Aging 36 days at 
40^C/44% RH 


5 


Smooth collapsed spheres 


Smooth collapsed spheres 


1 


Smooth collapsed spheres 


Smooth collapsed spheres 


C3 


Smooth collapsed spheres 


Fused particles 
Rough particle surfaces 
Large amounts of straight-edged material present 



EXAMPLE 19 

25 

[0126] This example demonstrates the stability of dispersions made with a high Tg polymer and Drug 2. Samples 
from Example 6. and Comparative Examples C4 and C5 were stored at 40*C/44% RH using the same procedure as 
described for the samples in Example 15, except that the samples were exposed to elevated temperature and humidity 
for 2 weeks. In vitro dissolution testing of the samples was done as described in Example 14. These results are sum- 

30 marized in Table 12. Note that the MDC (aged/fresh) of the material from Comparative Examples C4 and C5 are 0.45 
and 0,52, respectively, compared with 1.1 for Example 6. The AUC90 (aged/fresh) of the material from Comparative 
Examples C4 and C5 are 0.40 and 0.37. respectively, compared with 0.90 for Example 6. This data demonstrates that 
the dispersion of Example 6 (the dispersion made with CAP polymer), is more stable after exposure to increased tem- 
perature and humidity than the dispersions of Comparative Examples C4 and C5 (the dispersions made with PVP or 

35 HPMCAS-LF polymers). 



Table 12 



40 


Example No. 


MDC fresh 
(^g/mL) 


MDC aged 
(ugAmL) 


Theoretical MDC 
(^g/mL) 


MDC (aged/fresh) 


AUC90 
(aged/fresh) 




6 


395 


433 


475 


1.1 


0.90 




C4 


488 


219 


495 


0.45 


0.40 


45 . 


C5 


410 


213 


470 


0,52 


0.37 



[0127] The materials from Example 6 and Comparative Examples C4 and C5 were assessed for the presence of 
crystals and changes In particle shape and morphology, before and after exposure to increased temperature and 
humidity, using scanning electron microscopy analysis. The procedure was as described previously in Example 15, 

50 except that SEM analysis was performed after 2 weeks exposure to increased temperature and humidity. No significant 
changes were observed for the material from Example 6 after 2 weeks aging. SEM analysis of the samples from Com- 
parative Examples C4 and C5, however, shows substantial physical changes after 2 weeks aging, including fused par- 
ticles, and the presence of straight-edged material present in the particles, which may indicate aystaliization of drug. 
These results are summarized in Table 13. The results show that the dispersion of Example 6 is more stable than the 

55 dispersions of comparative Exaniples C4 and C5. 
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Table 13 



Example No. 


SEM Observations Before 
Aging 


SEM Observations After Aging 


6 


Smooth collapsed spheres 


Smooth collapsed spheres 


C4 


Smooth spheres 


Fused particles 


C5 


Smooth collapsed spheres 


Fused particles 
Straight-edged material present 



EXAMPLE 20 

[0128] This example demonstrates the stability of a dispersion (Example 7) having a high Tg polymer (CAP) and a 
concentration-enhancing polymer (HPMCAS). The samples from Examples 6 and 7, and Comparative Example C5 
were stored at 40**C/44% RH using the same procedure as described for the samples in Example 15, except that the 
samples were exposed to elevated temperature and humidity for 2 weeks. In vitro dissolution testing of the samples was 
done as described in Example 8. These results are summarized in Table 14. Note that the MDC (aged/fresh) of the 
material from Comparative Example C5 is 0.52, conpared with 1.1 for Example 6 and 0.95 for Example 7. The AUC90 
(aged/fresh) of the material from Comparative Example C5 is 0.37. compared with 0.90 for Example 6 and 0.65 for 
Example 7. This data demonstrates that the dispersion of Example 7 (the dispersion made with a 1 :1 ratio mixture of 
the concentration enhancing polymer HPMCAS-LF and the stabilizing polymer CAP), is more stable after exposure to 
increased temperature and humidity than the dispersion of Comparative Example C5 (the dispersion made with HPM- 
CAS-LF polymer alone). 



Table.14 



Example No. 


MDC fresh 

(^g/mL) 


MDCaged 

(Mg/mL) 


Theoretical MDC 
(^ig/mL) 


MDC (aged/fresh) 


AUC (aged/fresh) 


6 


395 


433 


475 


1.1 


0.90 


7 


396 


377 


470 


0.95 


0.65 


C5 


410 


213 


470 


0.52 


0.37 



[0129] The materials from Example 6. Example 7, and Comparative Example C5 were assessed for the presence 
of crystals and changes in particle shape and morphology, before and after exposure to increased temperature and 
humidity, using scanning electron microscopy analysis. The procedure was as described previously in Example 15. 
except that SEM analysis was performed after 2 weeks exposure to increased temperature and humidity. No significant 
changes were observed for the material from Example 6 and Example 7 after 2 weeks aging. SEM analysis of the san> 
pie from Conparative Example C5, however, showed substantial physical changes after 2 weeks aging. Including fused 
particles and the presence of straight-edged material present in the particles, which may indicate crystallization of drug. 
These results are summarized in Table 1 5. The results show that the dispersion of Examples 6 and 7 are more stable 
than the dispersion of Comparative Example C5. 



Table 15 



Example No. 


SEM Observations Before 
Aging 


SEM Observations After Aging 


6 


Smooth collapsed spheres 


Smooth collapsed spheres 


7 


Smooth collapsed spheres 


Smooth collapsed spheres 


C5 


SnrKxyth collapsed spheres 


Fused particles 

Straight-edged material present 
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EXAMPLE 21 

[0130] This Example discloses the thermal method used to determine Tg of polymeric materials including disper- 
sions of the present invention, at a specific relative humidity. In this method, samples are equilibrated and sealed within 
5 an environmental chamber in order to incorporate a specific amount of moisture in the sample. DSC Is then used for 
measurement of the Tg. 

[0131] A sample of material from Example 1 was equilibrated at 0% RH as follows. Four 30 \i\ Perkin-Elmer two 
atmosphere robotic aluminum pans and lids (part # B01 6-9320) were weighed on a microbalance (Sartorius Model 
MC5) in pan-lid pairs. Each of the four pan-lid pair weights was recorded to ± 1 mQ* Approximately 5-10 mg of Example 

10 1 was then placed into each of the four empty pans at ambient temperature and relative humidity. Alt of these samples 
(with the lids) were placed in a chamber purged with the boii-off from a liquid nitrogen tanK which resulted in a humidity 
that was lower than the detection limit of a calibrated humidity sensor. The temperature in the chamber was held in equi- 
librium with the temperature of the building at approximately 23°C. The samples of Example 1 were left in the chamber 
for at least 20 hours to completely remove the moisture in the samples. 

IS [0132] Once the samples were equilibrated with the 0% RH in the environmental chamber, each sample lid was 
placed on its corresponding sample pan and crimped with a Perkin-Elmer universal crimper press (part # B013-9005). 
Crimping each of the samples hermetically seals the sample and ensures that the sample will not absorb any moisture 
during the course of the experiment. Each sample was weighed on the microbalance and the sanple weights were 
recorded to 0.001 mg. 

20 [01 33] The Tg was then determined as follows. All TgS were measured with a Perkin-Elmer Pyris 1 differential scan- 
ning calorimeter. The heat-flow into and out of the sample was monitored as a function of increasing temperature. As 
the sample was heated (energy input to the sample) through the glass transition region, a step increase in the heat flow 
was seen that corresponds to the change in heat capacity of the sample. This region of the heat-flow verses tempera- 
ture curve was analyzed for the data presented below in Table 16. 

25 [0134] All calorimetric experiments on the materials of Example 1 were performed with the following procedure. 
The crimped samples were placed on the DSC auto-sampling carousel along with an empty pan (care taken not to 
touch the aluminum pans with bare hands) used for background subtraction. A separate, empty 30 ^1 aluminum pan 
was placed in the reference furnace of the DSC to compensate for the heat capacity of the sample pan. 
[01 35] The DSC was programmed to load the empty pan and a background scan was heated from 0°C to 220*^0 at 

30 lO^'C/min. At the end of this scan the empty background pan was removed by the autosampler and the first of the four 
samples of Example 1 was placed into the sample furnace. This sample was first heated to lOO^C at lO^'C/min to 
remove the thermal history of the sample that could obscure the glass transition (for example, side chain or p transi- 
tions). The sample was then cooled back down at approximately 100**C/min to 0°C and the final thermal scan was run 
from 0°C to 1 75° C at 1 0°C/min. FIG. 3 shows the resulting heat flow verses temperature scan in the region of the glass 

35 transition along with the coordinates used by the software to measure the Tg. 

[01 36] To measure the glass transition, the background scan was subtracted to remove any curvature from the data 
and then the slope was adjusted to zero so that the glass transition was more easily identifiable. Using the Pyris 1 soft- 
ware, a region bracketing the step change in heat flow (i.e. the Tg) was chosen and the tangent lines were adjusted 
(used by the software to calculated the Tg and the change in heat capacity at the Tg) so that they were parallel with the 

40 heat flow before and after the Tg. The Tg was measured as the temperature at which the heat capacity is one half the 
total ACp. FIG. 3 shows the resulting scan and measured Tg and ACp for Example 1 at 0%RH. in some cases, an anal- 
ogous method was used wherein the Integral of a scan such as in FIG. 3 was generated which has tiie appearance of 
two intersecting lines with a small amount of curvature near the point of intersection. The Tg was taken as the temper- 
ature where the lines intersect. This method is described in The Physics of Polymers by Gert StrobI, p. 237-239, 

45 Springer- Verlug (1996). Values determined by either method match to within one or two degrees C. 

[0137] The TgS of the humidified samples were measured in the same way except that the open samples were 
placed in a humidity chamber to equilibrate with a set humidity. All of the samples from Example 1 ( polymer sample in 
the aluminum pans with the Ikis) were placed in an environmental chamber (Electro-tech Systems, Inc.. model # 518) 
with the relative humidity held at 50-52% RH by means of a sonic humkJif ier and controller. These samples were then 

so crimped inside the chamber to seal in the absorbed water and minimize water loss during Tg meaasurement and run 
on the Pyris 1 DSC. The resulting calorimetric data was analyzed in the same way as described above to determine the 
respective TgS. The results are summarized in Table 16. 

[0138] Glass transition temperatures were also measured for the dispersions of Examples 2 to 1 1, Comparative 
Examples CI to C7 and the polymers CAP. CAT, PVP, and HPMCAS-LF following equilibration at 0% RH (dry) and 50% 
55 RH in the same manner as is described above for the dispersion of Example 1 . The results are summarized in Table 16. 
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Table 16 



Material Designation 


Tgrc) 




Dry 


50% RH 


Example 1 


93 


56 


Exainple 2 


92 


63 


Example 3 


139 


102 


Example 4 


90 


57 


Example 5 


89 


49 


Example 6 


103 


80 


Example 7 


98 


76 


Example 8 


136 


53 


Example 9 


150 


54 


Example 10 


65 


46 


example 1 1 


138 


34 


oomp. hx. CI 


102 


36 


C/Omp. tx. C2 


127 


44 


Oomp. Ex. Co 


80 


41 


Comp. Ex. 04 


.85 


47 


wWI 1 WW 


49 


39 


Comp. Ex, C6 


51 


35 


Comp. Ex. 07 


93 


43 


CAP 


176 


120 


CAT 


191 


118 


PVP 


157 


52 


HPiy/IOAS-MF 


119 


94 



40 EXAMPLE 22 



[0139] This example discloses the utility of the invention with another drug. Samples from Examples 8 through 1 1 . 
and Comparative Examples 06 and 07 were stored at 40^O/75%RH for 2 weeks using the same procedure as 
described for the samples in Example 1 5. In vitro dissolution testing of the samples was done as described in Example 

45 1 4. These results are summarized in Table 1 7. The MDC (aged/fresh) of the material from Comparative Example 06 is 
only 0.87, and the MDC (aged/fresh) of the material from Conparative Example 07 is only 0.27, These two dispersions 
made with low Tg polymers aged significantly compared to material from Examples 8 through 1 1 . which were made with 
high Tg polymers. The MDC (aged/fresh) of material from Example 8 is 0.90, the MDC (aged/fresh) of material from 
Example 9 is 0.94, and the MDC (aged/fresh) of material from Example 10 is 0.95. Similarly, the AUC^o (aged/fresh) of 

50 06 and 07 are 0.62 and 0.33. respectively, while AUCgo (aged/fresh) for Examples 8, 9. and 10 are 0.90. 1.01, and 
0.95. Blending the high Tg CAP with the low Tg PVP (Example 1 1) improves the stability of the dispersion made with 
PVP polymer alone (07). 



55 
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Table 17 



5 



Example No. 


MDC Fresh 
(^g/mL) 


MDC Aged 
(^g/mL) 


Theoretical MDC 
(uq/idU 


MDC (aged/fresh) 


AUCgo 

faofid^rpfih) 


8 


299 


270 


301 


0.90 


0.90 


9 


294 


294 


301 


0.94 


1.01 


10 


287 


287 


304 


0.95 


0.95 


11 


286 


286 


300 


0.54 


0.50 


C6 


297 


157 


301 


0.87 


0.62 


C7 


298 


81 


314 


0.27 


0.33 



[0140] The material from Examples 8 through 1 1 , and Comparative Examples C6 and 07 were assessed for the 
presence of crystals and changes in particle shape and morphology after exposure to increased tenrperature and 
humidity, using scanning electron microscopy analysis. These results are summarized in Table 18. 



Table 18 



Example No. 


SEM Observations After Aging 


8 


smooth, collapsed spheres 


9 


smooth, collapsed spheres 


10 


fused particles 


11 


rough particles, straight edges 


06 


fused particles, crystals present 


07 


many crystals present, fused particles 



35 [0141] Examples 8 and 9 (CAT and CAP dispersions) showed no effects of aging after 2 weeks at 40°0/75%RH. 
Example 10 (HPMCP dispersion) showed fusing of particles, but no formation of crystals. Example 1 1 (OAP/PVP blend) 
showed significant morphological changes, however, obvious crystals were not observed, (the presence of straight- 
edged material present in the particles may indicate crystallization of drug.) Example 1 1 can be compared to 07 (drug 
dispersion with PVP alone), which showed many obvious crystals present. This demonstrates an Improvement in sta- 

40 bility with the addition of the high Tg polymer. Comparative Example 06 also showed crystals after exposure to 
increased temperature and humidity. 

EXAMPLE 23 

45 [0142] This example demonstrates the utility of the invention with another drug. Samples from Examples 12 and 13, 
and Comparative Example C8 were stored at 40°C/75%RH for 3 months using the same procedure as described for 
the samples in Example 15. In vitro dissolution testing of the samples was done as described in Example 14. These 
results are summarized in Table 18. The MDC (aged/fresh) of the material from Comparative Example 08 is only 0.89. 
This dispersion made with a low Tg polymer aged significantly compared to material from Examples 12 and 13. which 

so were made with high Tg polymers. The MDC (aged/fresh) of material from Example 12 is 1.10. and the MDC 
(aged/fresh) of material from Example 13 is 1.11. Similarly, the AUCgo (aged/fresh) of 08 is 0.76, while AUO90 
(aged/fresh) for Examples 12 and 13 are 1.05 and 1.10. 
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Table 19 



Example No. 


MDC Fresh 
(jig/mL) 


MDC Aged 
(nQ/mL) 


Theoretical MDC 
(jig/mL) 


MDC (aged/fresh) 


AUCgo 

(agedAresh) 


12 


730 


802 


1000 


1.10 


1.05 


13 


708 


786 


1000 


1.11 


1.10 


C8 


854 


764 


1000 


0.89 


0.76 



[0143] The terms and expressions which have been employed in the foregoing specification are used therein as 
terms of description and not of limitation, and there Is no intention, in the use of such terms and expressions, of exclud- 
ing equivalents of the features shown and described or portions thereof, it being recognized that the scope of the Inven- 
15 tion is defined and limited only by the claims which follow. 

Claims 

1 . A composition comprising a solid dispersion comprising a low-solubility drug and at least one polymer, at least a 
20 major portion of said drug once dispersed In said dispersion being amorphous, said polymer having a glass transi- 
tion temperature of at least lOO^'C measured at 50% relative humidity, and said dispersion being formed by solverrt 

processing. 

2. The composition of claim 1 wherein said polymer has a glass transition temperature of at least 1 0S'^C measured at 
25 50% relative humidity. 

3. The composition of claim 1 wherein said polymer has a glass transition temperature of at least 1 lO'^C measured at 
50% relative humidity. 

30 4. The composition of claim 1 wherein said dispersion has a glass transition temperature of at least SO'^C measured 
at 50% relative humidity 

5. The composition of claim 1 wherein said dispersion has a glass transition temperature of at least 50<*C measured 
at 50% relative humidity 

35 

6. The composition of claim 1 wherein said polymer is cellulosic. 

7. The composition of claim 6 wherein said polymer has at least one of an ester-linked aromatic substituent and an 
ether-linked aromatic substituent. 

40 

8. The composition of claim 7 wherein said at least one of said ester-linked aromatic substituent Is an ester-linked car- 
boxylic acid-functional aromatic substituent and said ether-linked aromatic substituent Is an etiier-linked carboxylic 
acid-functional aromatic substituent. 

45 9. The composition of daim 8 wherein said polymer has a degree of substitution of at least 0.2, for said ester-linked 
cart>oxyl acid-functional aromatic substituent and said ether-linked carboxylic acid-functional aromatic substituent. 

1 0. The conrposition of claim 8 wherein said at leiast one of said ester-linked carboxylic acid-functional aromatic sub- 
stituent Is chosen from the group consisting of the various structural Isomers of phthalate, trimellitate and pyridine 
50 dicarboxylic acid and alkyi substituted derivatives thereof and said ether-linked cartDOxylic acid-functional aromatic 
substituent is chosen from the group consisting of the various structural isomers of salicylic acid, ethoxybenzolc 
acKl. propoxybenzoic acid, butoxybenzoic acid, ethoxyphthalic acid, propoxyphthalic acid, butoxyphthalic acid, 
ethoxynlcotinic acid, propoxynicotinic acid, butoxynlcotlnic acid and alkyl-substituted derivatives tiiereof. 

55 11. The composition of claim 1 0 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
late, methyl cellulose acetate phthalate, ethyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtha- 
late, hydroxypropyl methyl cellulose acetate phthalate. hydroxypropyl cellulose acetate phtiialate succinate, 
cellulose propionate phthalate, hydroxypropyl cellulose butyrate phthalate, cellulose acetate trimellitate, methyl cel- 



29 



EP1027 886 A2 



lulose acetate trimellitate. ethyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellHate. hydroxy- 
propyl methyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate succinate, cellulose 
propionate trimellitate, cellulose butyrate trimellitate, cellulose acetate terephthalate, cellulose acetate isophtha- 
late, cellulose acetate pyridinedicarboxylate. salicylic acid cellulose acetate, hydroxypropyl salicylic add cellulose 
acetate, ethylbenzoic acid cellulose acetate, hydroxypropyl ethylbenzoic acid cellulose acetate, ethyl phthallc acid 
cellulose acetate, ethyl nicotinic acid cellulose acetate, and ethyl picolinic acid cellulose acetate. 

12. The composition of claim 10 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
late. methyl cellulose acetate phthalate, ethyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtha- 
late, hydroxypropyl methyl cellulose acetate phthalate. cellulose propionate phthalate, hydroxypropyl cellulose 
butyrate phthalate, cellulose acetate trimellitate, methyl cellulose acetate trimellitate, ethyl cellulose acetate trimel- 
litate. hydroxypropyl cellulose acetate trimellitate, hydroxypropyl methyl cellulose acetate trimellitate, hydroxypropyl 
cellulose acetate trimellitate succinate, cellulose propionate trimellitate, cellulose butyrate trimellitate, cellulose 
acetate terephthalate, cellulose acetate isophthalate, salicylic acid cellulose acetate, and ethylbenzoic acid cellu- 
lose acetate. 

13. The composition of claim 10 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
late, methyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phthalate, cellulose acetate trimellitate, 
methyl cellulose acetate trimellitate. cellulose acetate terephthalate, and cellulose acetate isophthalate. 

14. The composition of claim 1 wherein said drug and said polymer are soluble in a common non-aqueous solvent. 

15. The composition of claim 14 wherein said dispersion is formed by spray-drying. 

16. The composition of claim 1 further comprising a concentration-enhancing polymer, said concentration-enhancing 
polymer increasing the maximum drug concentration in an environment of use relative to a control composition 
comprising an equivalent quantity of undispersed drug. 

17. The composition of claim 16 wherein said concentration-enhancing polymer is selected from the group consisting 
of hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate, hydroxypro- 
pyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose phthalate, 
hydroxypropylmethyl cellulose, hydroxypropylcellulose, methyl cellulose, hydraxyethyl cellulose, hydroxy ethyl 
methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyl ethyl cellulose, hydroxy ethyl methyl cellulose ace- 
tate succinate, hydroxyethyl methyl cellulose acetate phthalate, carboxymethyl cellulose, carboxyethyl cellulose, 
polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene glycol, polyethylene glycol polypro- 
pylene glycol copolymers, polyvinyl pyrrolidone, polyethylene polyvinyl alcohol copolymers, carboxylic acid-func- 
tionalized polymethacrylates, amine-functionalized polymethacrylates. chitosan. and chitin. 

1 8. The composition of claim 1 6 wherein said concentration-enhancing polymer is codlspersed with the other polymer. 

19. The composition of claim 16 wherein said concentration-enhancing polymer is mixed with said dispersion subse- 
quent to formation of said dispersion. 

20. The composition of claim 1 wherein said composition provides a maximum concentration of said drug in a use envi- 
ronment that is at least 1 .5-fold that of a control comprising an equivalent quantity of undispersed drug. 

21. The composition of claim 1 wherein said dispersion is substantially homogeneous. 

22. The composition of claim 1 wherein said drug is substantially amorphous. 

23. The composition of claim 1 wherein said drug is almost completely amorphous. 

24. The composition of claim 1 wherein said glass transition temperature of said polymer measured at 0% relative 
humidity is at least 140''C. 

25. The composition of claim 24 wherein said polymer absorbs less than 1 0% by weight of water at 50% relative humid- 
ity. 
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26. A composition comprising a solid dispersion comprising a low-solublllty drug and at least one polymer, at least a 
major portion of said drug once dispersed in said dispersion being amorphous, and said dispersion having a glass 
transition temperature of at least 30^*0 measured at 50% relative humidity. 

27. The composition off claim 26 wherein said dispersion has a glass transition temperature of 50*C measured at 50% 
relative humidity. 

28. The conposition of claim 26 wherein said low-solubility drug comprises at least 15 wt% of said solid dispersion, 

29. The composition of claim 26 wherein said polymer has a glass transition temperature of at least 100*C measured 
at 50% relative humidity. 

30. The composition of claim 26 wherein said polymer is cellulosic. 

31 . The composition of claim 30 wherein said polymer has at least one of an ester-linked aromatic substituent and an 
ether-linked aromatic substituent 

32. The composition of claim 31 wherein said at least one of said ester-linked aromatic substituent is an ester-linked 
carboxylic acid-functional aromatic substituent and said ether-linked aromatic substituent is an ether-linked carbox- 
ylic add-functional aromatic substituent. 

33. The composition of claim 32 wherein said polymer has a degree of substitution of at least 0.2 for said substituents. 

34. The composition of claim 33 wherein said at least one of said ester-linked carboxylic acid -functional aromatic sub- 
stituent is chosen from the group consisting of the various structural isomers of phthalate, trimellitate and pyridine 
dicartjoxylic acid and alkyi substituted derivatives thereof and said ether-linked carboxylic acid-functional aromatic 
substituent is chosen from tiie group consisting of the various structural isomers of salicylic acid, etiioxybenzoic 
acid, propoxybenzoic acid, butoxybenzoic acid, ethoxyphthalic acid, propoxyphthalic acid, butoxyphthalic add, 
etiioxynicotinic acid, propoxynicotinic acid, butoxynicotinic acid and alkyl-substituted derivatives tiiereof. 

35. The composition of claim 34 wherein said polymer is chosen from the group consisting of cellulose acetate phtiia- 
late. metiiyl cellulose acetate phthalate, ethyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtha- 
late. hydroxypropyl methyl cellulose acetate phthalate. hydroxypropyl cellulose acetate phthalate succinate, 
cellulose propionate phthalate, hydroxypropyl cellulose butyrate phthalate. cellulose acetate trimellitate, methyl cel- 
lulose acetate trimellitate. ethyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate, hydroxy- 
propyl methyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate sucdnate, cellulose 
propionate trimellitate, cellulose butyrate trimellitate, cellulose acetate terephthalate, cellulose acetate isophtha- 
late, cellulose acetate pyridinedicarboxylate, salicylic acid cellulose acetate, hydroxypropyl salicylic add cellulose 
acetate, ethylbenzoic ackJ cellulose acetate, hydroxypropyl ethylbenzoic acid cellulose acetate, ethyl phttialic acid 
cellulose acetate, ethyl nicotinic acid cellulose acetate, and etiiyl picolinic acid cellulose acetate. 

36. The composition of claim 34 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
late, methyl cellulose acetate phthalate. ethyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtha- 
late, hydroxypropyl methyl cellulose acetate phthalate. cellulose propionate phthalate, hydroxypropyl cellulose 
butyrate phthalate, cellulose acetate trimellitate, methyl cellulose acetate trimellitate, ethyl cellulose acetate trimel- 
litate. hydroxypropyl cellulose acetate trimellitate, hydroxypropyl methyl cellulose acetate trimellitate, hydroxypropyl 
cellulose acetate trimellitate succinate, cellulose propionate trimellitate, cellulose butyrate trimellitate, cellulose 
acetate terephthalate. cellulose acetate isophthalate, salicylic acid cellulose acetate, and ethylbenzoic acid cellu- 
lose acetate. 

37. The composition of claim 34 wherein said polymer is chosen from the group consisting of cellulose acetate phtiia- 
late, methyl cellulose acetate phthalate. hydroxypropyl cellulose acetate phtiialate, cellulose acetate trimellitate, 
methyl cellulose acetate trimellitate, cellulose acetate terephthalate, and cellulose acetate isophthalate. 

38. The composition of claim 26 wherein said drug and said polymer are soluble in a common non-aqueous solvent. 

39. The composition of claim 38 wherein said dispersion is formed by removing said solvent from said drug and said 
polymer. 
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40. The composition of claim 39 wherein said dispersion is formed by spray-drying. 

41. The composition of claim 26 further comprising a concentration-enhancing polymer, said concentration-enhancing 
polymer- increasing the measured concentration of said drug in an environment of use relative to a control compris- 

' ing an equivalent quantity of undispersed drug. 

42. The composition of claim 41 wherein said concentration-enhancing polymer is selected from the group consisting 
of hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate, hydroxypro- 
pyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose phthalate. 
hydroxypropyimethyl cellulose, hydroxypropylcellulose, methyl cellulose, hydroxyethyl cellulose, hydroxy ethyl 
methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyl ethyl cellulose, hydroxy ethyl methyl cellulose ace- 
tate succinate, hydroxyethyl methyl cellulose acetate phthalate, carboxymethyl cellulose, carboxyethyl cellulose, 
polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene glycol, polyethylene glycol polypro- 
pylene glycol copolymers, polyvinyl pyrrolidone, polyethylene polyvinyl alcohol copolymers, cartxscylic acid-func- 
tionalized polymethacrylates. amine-functionalized polymethacrylates. chitosan, and chitin. 

43. The composition of daim 41 wherein said concentration-enhancing polymer is codispersed with the other polymer. 

44. The composition of claim 41 wherein said concentration-enhancing polymer is mixed with said dispersion subse- 
quent to formation of said dispersion. 

45. The composition of claim 26 wherein said composition provides a maximum concentration of said drug In a use 
environment that is at least 1 .5-fold that of a control comprising an equivalent quantity of undispersed drug. 

46. The composition of claim 26 wherein said dispersion is substantially homogeneous. 

47. The composition of claim 26 wherein said drug is substantially amaphous. 

48. The composition of claim 26 wherein said drug is almost completely amorphous. 

49. The composition of claim 26 wherein said glass transition temperature of said polymer at 0% relative humidity is at 
least 140°C. 

50. The composition of claim 49 wherein said polymer absorbs less than 1 0% by weight of water at 50% relative humid- 
ity 

51. A composition, comprising: 

(a) a solid dispersion comprising a low-solubility drug and a stabilizing polymer, at least a major portion of said 
drug being amorphous; and, 

(b) a concentration-enhancing polymer that increases the maximum drug concentration in a use environment 
relative to a control composition comprising an equivalent quantity of undispersed drug, said stabilizing poly- 
mer and said concentration-enhancing polymer each having a respective glass transition temperature meas- 
ured at a relative humidity of 50%. said glass transition temperature of said stabilizing polymer being greater 
than said glass transition temperature of said concentration-enhancing polymer. 

52. The composition of claim 51 wherein said glass transition temperature of said stabilizing polymer is at least 10*C 
greater than said glass transition temperature of said concentration-enhancing polymer at 50% relative humidity. 

53. The composition of claim 51 wherein said glass transition temperature of said stabilizing polymer is at least 20^*0 
greater than said glass transition temperature of said concentration-enhancing polymer measured at 50% relative 
humidity. 

54. The composition of claim 51 wherein said stabilizing polymer is cellulosic. 

55. The composition of claim 54 wherein said stabilizing polymer is selected from the group consisting of cellulose ace- 
tate phthalate, methyl cellulose acetate phthalate. ethyl cellulose acetate phthalate. hydroxypropyl cellulose ace- 
tate phthalate, hydroxypropyl methyl cellulose acetate phthalate. hydroxypropyl cellulose acetate phthalate 
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succinate, cellulose propionate phthalate, hydroxypropyl cellulose butyrate phthalate, cellulose acetate trimellitate, 
methyl cellulose acetate trimellitate. ethyl cellulose acetate trimellitate. hydroxypropyl cellulose acetate trimellitate, 
hydroxypropyl methyl cellulose acetate trimellitate. hydroxypropyl cellulose acetate trimellitate succinate, cellulose 
propionate trimellitate, cellulose butyrate trimellitate, cellulose acetate terephthalate. cellulose acetate isophtha- 
late, cellulose acetate pyridinedicarboxylate. salicylic acid cellulose acetate, hydroxypropyl salicylic add cellulose 
acetate, ethylbenzoic acid cellulose acetate, hydroxypropyl ethylbenzoic acid cellulose acetate, ethyl phthalic acid 
cellulose acetate, ethyl nicotinic acid cellulose acetate, ethyl picolinic acid cellulose acetate, hydroxypropyl methyl 
cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate. hydroxypropyl methyl cellulose ace- 
tate, hydroxypropyl methyl cellulose succinate, hydroxypropylmethyl cellulose phthalate. hydroxypropyl methyl cel- 
lulose, hydroxypropyl cellulose, methyl cellulose, hydroxyethyl cellulose, hydroxy ethyl methyl cellulose, h^njroxy 
ethyl cellulose acetate, hydroxyethyl ethyl cellulose, hydroxy ethyl methyl cellulose acetate succinate, hydroxyethyl 
methyl cdlulose acetate phthalate. carboxymethyl cellulose, and carboxyethyt cellulose. 

56. The composition of claim 54 wherein said stabilizing polymer is selected from the group consisting of cellulose ace- 
tate phthalate. methyl cellulose acetate phthalate, ethyl cellulose acetate phthalate, hydroxypropyl cellulose ace- 
tate phthalate, hydroxypropyl methyl cellulose acetate phthalate. cellulose propionate phthalate, hydroxypropyl 
cellulose butyrate phthalate, cellulose acetate trimellitate. methyl cellulose acetate trimellitate, ethyl cellulose ace- 
tate trimellitate, hydroxypropyl methyl cellulose acetate trimellitate. cellulose propionate trimellitate. cellulose 
butyrate trimellitate. cellulose acetate terephthalate, cellulose acetate Isophthatate. salicylic acid cellulose acetate, 
ethylbenzoic acid cellulose acetate, hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellu- 
lose acetate phthalate. hydroxypropylmethyl cellulose phthalate. and hydroxypropyl methyl cellulose. 

57. The composition of claim 54 wherein said stabilizing polymer is selected from the group consisting of cellulose ace- 
tate phthalate. methyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phthalate. cellulose acetate tri- 
mellitate. methyl cellulose acetate trimellitate, hydroxypropyl methyl cellulose acetate trimellitate, cellulose acetate 
terephthalate, cellulose acetate isophthalate, hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl 
methyl cellulose acetate phthalate. hydroxypropylmethyl cellulose phthalate, and hydroxypropyl methyl cellulose. 

58. The composition of claim 51 wherein said drug and said stabilizing polymer are soluble in a common solvent. 

59. The composition of claim 58 wherein said dispersion is formed by removing said solvent from said drug and said 
stabilizing polymer. 

60. The composition of claim 59 wherein said dispersion is formed by spray<Jrylng. 

61. The composition of claim 51 wherein said concentration-enhancing polymer is selected from the group consisting 
of hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate, hydroxypro- 
pyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose phthalate. 
hydroxypropylmethyl cellulose, hydroxypropylcellulose. methyl cellulose, hydroxyethyl cellulose, hydroxy ethyl 
methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyl ethyl cellulose, hydroxy ethyl methyl cellulose ace- 
tate succinate, hydroxyethyl methyl cellulose acetate phthalate, carboxymethyl cellulose, carboxyethyl cellulose, 
polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene glycol, polyethylene glycol polypro- 
pylene glycol copolymers, polyvinyl pyrrolidone. polyethylene polyvinyl alcohol copolymers, carboxylic acid-func- 
tionalized polymethacrylates, amine-functionalized polymethacrylates, chitosan. and chitin. 

62. The composition of claim 51 wherein said concentration-enhancing polymer is codispersed with said stabilizing pol- 
ymer. 

63. The composition of claim 51 wherein said concentration-enhancing polymer is mixed with said dispersion subse- 
quent to formation of sard dispersion. 

64. The composition of claim 51 wherein said composition provides a maximum concentration of said drug in a use 
environment that is at least 1 .5-fold that of a control comprising an equivalent quantity of undispensed drug. 

65. The composition of claim 51 wherein said dispersion is substantially homogeneous. 

66. The composition of claim 51 wherein said concentration-enhancing polymer provides a maximum concentration of 
said drug in said use environment least 1 .5-fold that of a control comprising an equivalent quantity of drug dls- 
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persed in an equivalent quantity of said stabilizing polymer and in tlie absence of said concentration-enhancing pol- 
ymer. 

67. The composition of claim 51 wherein said drug, once dispersed in said dispersion, is substantially amorphous. 

68. The composition of claim 51 wherein said drug, once dispersed in said dispersion, is almost conrpletely amor- 
phous. 

69. A composition comprising: 

(a) a solid dispersion comprising a low-solubility drug and at least one polymer, at least a major portion of said 
drug once dispersed in said dispersion being amorphous, said polymer having a glass transition temperature 
of at least 100*^0 measured at 50% relative humidity; and 

(b) wherein said polymer is cellulosic and has at least one of an ester-linked carboxytic acid-functional aromatic 
substituent and an ether-linked cartXDxylic acid-functional aromatic substituent, said ester-linked cartx)xylic 
acid-functional aromatic substituent being chosen from the group consisting of the various structural isomers 
of trimellitate and pyridine dicarboxylic acid and alkyi substituted derivatives thereof and said ether-linked car- 
boxylic acid-functional aromatic substituent being chosen from the group consisting of the various structural 
isomers of salicylic acid, ethoxybenzoic acid, propoxybenzoic acid, butoxyfoenzoic acid, ethoxyphthalic acid, 
propoxyphthalic add, butoxyphthalic acid, ethoxynicotinic acid, propoxynicotinic ackJ, butoxynicotinic acid and 
alkyl-substituted derivatives thereof. 

70. The composition of claim 69 wherein said polymer has a glass transition temperature of at least lOS^'C measured 
at 50% relative humidity. 

71 . The composition of claim 69 wherein said polymer has a glass transition temperature of at least 1 10*^0 measured 
at 50% relative humidity 

72. The composition of daim 69 wherein said dispersion has a glass transition temperature of at least SO^'C measured 
at 50% relative humidity. 

73. The composition of daim 69 wherein saki dispersion has a glass transition temperature of at least 50"C measured 
at 50% relative humidity. 

74. The composition of claim 69 wherein said polymer has a degree of substitution of at least 0.2 for sakJ substrtuents. 

75. The composition of claim 69 wherein sakl polymer is chosen from the group consisting of cellulose acetate trimel- 
litate, methyl cellulose acetate trimellitate, ethyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trim- 
ellitate, hydroxypropyl methyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate succinate, 
cellulose propionate trimellitate, cellulose butyrate trimellitate, cellulose acetate terephthalate, cellulose acetate 
isophthatate, cellulose acetate pyridinedicarboxylate. salicylic acid cellulose acetate, hydroxypropyl salicylic acid 
cellulose acetate, ethylbenzoic acid cellulose acetate, hydroxypropyl ethylbenzoic acid cellulose acetate, ethyl 
phtiialic add cellulose acetate, ethyl nicotinic ackl cellulose acetate, and ethyl picolinic acki cellulose acetate. 

76. The composition of claim 69 wherein said polymer is chosen from the group consisting of cellulose acetate trimel- 
litate, methyl cellulose acetate trimellitate. ethyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trim- 
ellitate. hydroxypropyl methyl cellulose acetate trimeliitate, hydroxypropyl cellulose acetate trimellitate succinate, 
cellulose propionate trimellitate, cellulose butyrate trimellitate, cellulose acetate terephthalate, cellulose acetate 
isophthalate, salicylic acki cellulose acetate, and ethylbenzoic acid cellulose acetate. 

77. The composition of claim 69 wherein said polymer is chosen from the group consisting of cellulose acetate trimel- 
litate, methyl cellulose acetate trimellitate. cellulose acetate terephthalate. and cellulose acetate Isophthalate. 

78. The composition of claim 69 wherein sakl drug and said polymer are soluble in a common non-aqueous solvent. 

79. The composition of claim 78 wherein said dispersion is formed by spray-drying. 

80. The composition of claim 69 further comprising a concentration-enhancing polymer, said concentration-enhancing 
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polymer Increasing the maximum measured concentration of said drug in an environment of use relative to a con- 
trol composition comprising an equivalent quantity of undispersed drug. 

81 . The composition of claim 80 wherein said concentration-enhancing polymer Is selected from the group consisting 
of hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate. hydroxypro- 
pyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose phthalate. 
hydroxypropylmethyl cellulose, hydroxypropylcellulose. methyl cellulose, hydroxyethyl cellulose, hydroxy ethyl 
methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyl ethyl cellulose, hydroxy ethyl methyl cellulose ace- 
tate succinate, hydroxyethyl methyl cellulose acetate phthalate, carboxymethyl cellulose, carboxyethyl cellulose, 
polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene glycol, polyethylene glycol polypro- 
pylene glycol copolymers, polyvinyl pyrrolldone. polyethylene polyvinyl alcohol copolymers, carboxylic acld-func- 
tionalized polymethacrylates. amine-functionalized polymethacrylates. chitosan. and chitin. 

82. The composition of claim 81 wherein said concentration-enhancing polymer is codlspersed with the other polymer. 

83. The composition of claim 81 wherein said concentration-enhancing polymer is mixed with said dispersion subse- 
quent to formation of said dispersion. 

84. The composition of claim 69 wherein said composition provides a maximum concentration of said drug in a use. 
environment that Is at least 1 .5-f6ld that of a control comprising an equivalent quantity of undispersed drug. 

85. The composition of claim 69 wherein said dispersion is substantially homogeneous. 

86. The composition of claim 69 wherein said drug is substantially amorphous. 

87. The composition of claim 69 wherein said drug is almost completely amorphous. 

88. The composition of claim 69 wherein said glass transition temperature of said polymer measured at 0% relative 
humidity is at least 140**C. 

89. The composition of claim 88 wherein said polymer absorbs less than 1 0% by weight of water at 50% relative humid- 
ity. 

90. A composition comprising: 

(a) a solid dispersion comprising a low-solubility drug and at least one polymer, at least a major portion of said 
drug once dispersed in said dispersion being amorphous, sakJ polymer having a glass transition temperature 
of at least lOO'^C measured at 50% relative humidity; and 

(b) said polymer is chosen from the group consisting of methyl cellulose acetate phthalate, ethyl cellulose ace- 
tate phthalate, hydroxypropyl cellulose acetate phthalate, hydroxypropyl methyl cellulose acetate phthalate. 
hydroxypropyl cellulose acetate phthalate succinate, cellulose propionate phthalate. and hydroxypropyl cellu- 
lose butyrate phthalate. 

91. The composition of claim 90 wherein said polymer has a glass transition temperature of at least 105**C measured 
at 50% relative humidity. 

92. The composition of claim 90 wherein said polymer has a glass transition temperature of at least 1 10*^C measured 
at 50% relative humidity. 

93. The composition of claim 90 wherein said dispersion has a glass transition temperature of at least 30°C measured 
at 50% relative humidity 

94. The composition of claim 90 wherein said dispersion has a glass transition temperature of at least 50°C measured 
at 50% relative humidity. 

95. The composition of claim 90 wherein said polymer has a degree of substitution of at least 0.2 for the phthalate sub- 
stituent. 
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96. The composition of claim 90 wherein said drug and said polymer are soluble in a common non-aqueous solvent. 

97. The composition of claim 96 wherein said composition is formed by solvent processing. 

5 98. The composition of claim 97 wherein said dispersion is formed by spray-drying. 

99. The composition of claim 90 further comprising a concentration-enhancing polymer, said concentration-enhancing 
polymer increasing the maximum measured concentration of said drug in an environment of use. 

10 lOO.The composition of daim 99 wherein said concentration-enhancing polymer is selected from the group consisting 
of hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate, hydroxypro- 
pyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose phthalate. 
hydroxypropylmethyl cellulose, hydroxypropylcellulose, methyl cellulose, hydroxyethyl cellulose, hydroxy ethyl 
methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyl ethyl cellulose, hydroxy ethyl methyl cellulose ace- 

75 tate succinate, hydroxyethyl methyl cellulose acetate phthalate, carboxymethyl cellulose, carboxyethyl cellulose, 
polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene glycol, polyethylene glycol polypro- 
pylene glycol copolymers, polyvinyl pyrrolidone, polyethylene polyvinyl alcohol copolymers, carboxylic acid-func- 
tionalized polymethacrylates. amine-functionalized pdymethaaylates, chitosan, and chrtin. 

20 1 01 .The composition of claim 99 wherein said concentration-enhancing polymer is codispersed with the other polymer. 

102.The composition of claim 99 wherein said concentration-enhancing polymer is mixed witii said dispersion subse- 
quent to formation of said dispersion. 

25 103.The composition of claim 99 wherein said composition provides a maximum concentration of said drug in a use 
environment that is at least 1 .5-fold that of a control comprising an equivalent quantity of undispersed drug. 

104.The composition of claim 90 wherein said dispersion is substantially homogeneous. 

30 1 0S.The composition of claim 90 wherein said drug is substantially amorphous. 

106. The composition of claim 90 wherein said drug is almost completely amorphous. 

107. The composition of claim 90 wherein said glass transition temperature of said polymer measured at 0% relative 
35 humidity is at least 1 40^*0. 

108. The composition of claim 107 wherein said polymer absorbs less than 10% by weight of water at 50% relative 
humidity. 

40 1 09.A composition comprising a solid dispersion comprising a low-solubility drug and at least one polymer, at least a 
major portion of said drug once dispersed in said dispersion being amorphous, said polymer having a glass transi- 
tion temperature of at least 100*^0 measured at 50% relative humidity, and said dispersion is substantially homoge- 
neous. 

45 11 0.The composition of claim 109 wherein said polymer has a glass transition temperature of at least 1 05^C measured 

at 50% relative humidity. 

Ill .The composition of claim 109 wherein said polymer has a glass transition temperature of at least 1 1 0°C measured 
at 50% relative humidity. 

50 

1 1 2.The composition of claim 1 09 wherein said dispersion has a glass transition temperature of at least SO^'C measured 
at 50% relative humidity. 

1 1 S.The composition of claim 109 wherein said dispersion has a glass transition temperature of at least 50*^0 measured 
55 at 50% relative humidity. 

1 1 4.The composition of claim 1 09 wherein said polymer is celluloslc. 
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1 1 S.The composition of claim 1 1 4 wherein said polymer has at least one of an ester-linked aromatic substituent and an 
ether-linked aromatic substituent. 

1 1 e.The conposition of claim 1 1 5 wherein said at least one of said ester-linked aromatic substituent is an ester-linked 
5 caiboxylic acid-functional aromatic substituent and said ether-linked aromatic substituent is an ether-linked carfoox- 
ylic add-functional aromatic substituent. 

1 1 7.The composition of claim 1 1 6 wherein said polymer has a degree of substitution of at least 0.2, for said ester-linked 
cartsoxyl acid-functional aromatic substituent and said ether-linked carboxylic acid-functional aromatic substituent. 

10 

1 1 S.The composition of claim 1 1 6 wherein said at least one of said ester-linked carboxylic acid-functional aromatic sub- 
stituent is chosen from the group consisting of the various structural isomers of phthalate. trimellitate and pyridine 
dicarboxylic acid and alkyi substituted derivatives thereof and said ether-linked carlx)xylic acid-functional aromatic 
substituent is chosen from the group consisting of the various structural isomers of salicylic acid, etiioxybenzoic 
75 acid, propoxybenzoic acid, butoxybenzoic acid, ethoxyphthalic acid, propoxyphthallc acid, butoxyphthalic add. 
etiioxynlcotinic acid, propoxynicotinic acid, butoxynicotinic acid and alkyl-substituted derivatives thereof . 

1 1 9. The composition of claim 1 1 8 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
late, methyl cellulose acetate phthalate, ethyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtiia- 

20 late, hydroxypropyl methyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtiialate succinate, 
cellulose propionate phthalate, hydroxypropyl cellulose butyrate phthalate, cellulose acetate trimellitate. methyl cel- 
lulose acetate trimellitate, etiiyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate. hydroxy- 
propyl methyl cellulose acetate trimellitate, hydroxypropyl cellulose acetate trimellitate succinate, cellulose 
propionate trimellitate, cellulose butyrate trimellitate, cellulose acetate terephthalate. cellulose acetate isophtha- 

25 late, cellulose acetate pyridinedicarboxylate, salicylic acid cellulose acetate, hydroxypropyl salicylic add cellulose 
acetate, etiiylbenzok: acid cellulose acetate, hydroxypropyl ethylbenzoic acid cellulose acetate, ethyl phthalic acid 
cellulose acetate, ethyl nicotinic acki cellulose acetate, and etiiyl picollnic ackl cellulose acetate. 

1 20. The composition of claim 118 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
30 late, methyl cellulose acetate phthalate, ethyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phtha- 
late. hydroxypropyl methyl cellulose acetate phthalate. cellulose propionate phthalate. hydroxypropyl cellulose 
butyrate phthalate. cellulose acetate trimellitate, methyl cellulose acetate trimellitate, ethyl cellulose acetate trimel- 
litate, hydroxypropyl cellulose acetate trimellitate, hydroxypropyl methyl cellulose acetate trimellitate. hydroxypropyl 
cellulose acetate ti-lmellitate succinate, cellulose propionate trimellitate. cellulose butyrate trimellitate. cellulose 

35 acetate terephthalate, cellulose acetate isophthalate, salicylic ackJ cellulose acetate, and ethylbenzoic acid cellu- 
lose acetate. 

1 21 .The composition of claim 118 wherein said polymer is chosen from the group consisting of cellulose acetate phtha- 
late, methyl cellulose acetate phthalate, hydroxypropyl cellulose acetate phthalate. cellulose acetate trimellitate. 
40 methyl cellulose acetate trimellitate, cellulose acetate terephthalate, and cellulose acetate isophthalate. 

1 22. The composition of claim 109 wherein said drug and said polymer are soluble in a common non-aqueous solvent. 

1 23. The composition of claim 1 22 wherein said dispersion is formed by spray-drying. 

45 

124. The composition of claim 109 further comprising a concentration-enhancing polymer, said concentration-enhanc- 
ing polymer increasing the maximum drug concentration in an environment of use relative to a control composition 
conprising an equivalent quantity of undispersed drug. 

so 1 25.The composition of claim 1 24 wherein said concentration -enhancing polymer is selected from the group consisting 
of hydroxypropyl methyl cellulose acetate succinate, hydroxypropyl methyl cellulose acetate phthalate, hydroxypro- 
pyl methyl cellulose acetate, hydroxypropyl methyl cellulose succinate, hydroxypropyl methyl cellulose phthalate, 
hydroxypropylmethyl cellulose, hydroxypropylcellulose, methyl cellulose, hydroxyethyi cellulose, hydroxy ethyl 
methyl cellulose, hydroxy ethyl cellulose acetate, hydroxyethyi ethyl cellulose, hydroxy ethyl metiiyl cellulose ace- 

55 tate succinate, hydroxyethyi methyl cellulose acetate phthalate, carboxymethyl cellulose, carboxyethyl cellulose, 
polyvinyl alcohol, polyvinyl alcohol polyvinyl acetate copolymers, polyethylene glycol, polyethylene glycol polypro- 
pylene glycol copolymers, polyvinyl pyrrolidone.. polyetiiylene polyvinyl alcohol copolymers, carboxylic acid-func- 
tionatized polymethacrylates, amine-functionalized polymethacrylates, chrtosan, and chitin. 
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126. The composition of claim 124 wherein said concentration-enhancing polymer is codispersed with the other poly- 
mer. 

1 27. The composition of claim 124 wherein said concentration-enhancing polymer is mixed with said dispersion subse- 
quent to formation of said dispersion. 

128. The composition of claim 109 wherein said composition provides a maximum concentration of said drug in a use 
environment that is at least 1 .5-fold that of a control comprising an equivalent quantity of undispensed drug. 

1 29. The composition of claim 1 09 wherein said drug is substantially amorphous. 

130. The composition of claim 109 wherein said drug is almost completely amorphous. 

131 .The conrposition of daim 109 wherein said glass transition temperature of said polymer measured at 0% relative 
humidity is at least 140**C. 

132. The -composition of claim 131 wherein said polymer absorbs less than 10% by weight of v^rater at 50% relative 
humidity. 

133. The composition of claim 109 wherein said dispersion exhibits a single glass transition temperature. 

1 34. A method for treating a disorder, comprising administering to a patient, a therapeutically effective amount of a com- 
position as defined in claim 1. 

1 35. A method for treating a disorder, comprising administering to a patient, a therapeutically effective amount of a com- 
position as defined in claim 26. 

1 36. A method for treating a disorder, comprising administering to a patient, a therapeutically effective amount of a com- 
position as defined in claim 51 . 

1 37. A method for treating a disorder, comprising administering to a patient, a therapeutically effective amount of a com- 
position as defined in claim 68. 

1 38. A method for treating a disorder, comprising administering to a patient, a therapeutically effective amount of a com- 
position as defined in claim 90. 

1 39. A method for treating a disorder, conprising administering to a patient, a therapeutically effective amount of a com- 
position as defined in claim 109. 

140. A method of administering a drug comprising adntinistering to a patient in need of said drug: 

(a) a solid dispersion comprising a low-solubility drug and at least one stabilizing polymer, at least a major por- 
tion of said drug once dispersed in said dispersion being amorphous; and 

(b) a concentration-enhancing polymer, said concentration-enhancing polymer increasing the measured con- 
centration of said drug in an environment of use relative to a control comprising an equivalent quantity of undis- 
persed drug; 

wherein said stabilizing polymer has a glass transition temperature that is greater than the glass transition temper- 
ature of the concentration-enhancing polymer. 

1 41 .The method of claim 1 40 wherein said drug is administered separately from said concentration-enhancing polymer. 

142. The method of claim 140 wherein said drug and said concentration-enhancing polymer are administered at essen- 
tially the same time. 

143. The method of claim 140 wherein said drug is administered in a formulation also comprising said concentration- 
enhancing polymer. 
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144. The method of claim 140 wherein said dispersion has a glass transition temperature of at least 30" C measured at 
50% relative humidity. 

145. The method of claim 140 wherein said dispersion has a glass transition temperature of 50**C measured at 50% rel- 
ative humidity. 
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Reason for the limitation of the search: 

Present claims 1, 26, 51, 69, 90, 109 and 140 relate to (a) polymer(s) 
and/or solid dispersion defined (inter alia) by reference to the 
following parameter: 
PI: "glass transition temperature" 

Additionally, present claims 16, 41, 51, 80, 99, 124 and 140 relate to 
(a) polymer(s) and/or composition defined (inter alia) by reference to 
the following parameter: 

P2: "maximum drug concentration in an environment of use", 
"concentration of ... drug In an environment of use", "maximum drug 
concentration in a use environment", etc. 

The use of these parameters in the present context is considered to lead 
to a lack of clarity within the meaning of Article 84 EPC, further 
aggravated by the fact that in different Independent claims the invention 
is characterised by different values of these parameters with reference 
to different parts of the composition. It is impossible to compare the 
parameters the applicant has chosen to employ with what is set out in the 
prior art. The lack of clarity is such as to render a meaningful complete 
search Impossible. 

Furthermore, present claims 16, 41, 51, 80, 99, 124 and 140 relate to a 
polymer defined by reference to a desirable characteristic or property, 
name 1 y "concent rat 1 on-enhanc 1 ng " . 

Also, present claims 51 and 140 relate to a polymer defined by reference 
to a second desirable characteristic or property, namely "stabilizing". 
The claims cover all polymers having such characteristics or properties, 
whereas the application provides support within the meaning of Article 84 
EPC and/or disclosure within the meaning of Article 83 EPC for only a 
very limited number of such polymers. In the present case, the claims so 
lack support, and the application so lacks disclosure, that a meaningful 
search over the whole of the claimed scope Is impossible. Independent of 
the above reasoning, the claims also lack clarity (Article 84 EPC). An 
attempt is made to define the polymers by reference to a result to be 
achieved. Again, this lack of clarity in the present case is such as to 
render a meaningful search over the whole of the claimed scope 
impossible. 

Finally, the initial phase of the search revealed a very large number of 
documents relevant to the issue of novelty. So many documents were 
retrieved that it Is Impossible to determine which parts of the clalm(s) 
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may be said to define subject-matter for which protection might 
legitimately be sought (Article 84 EPC). 

Consequently, the search has been carried out for those parts of the 
claims which appear to be clear, supported and disclosed, namely those 
parts relating to the solid dispersions as prepared in the examples, and 
more specifically to the polymers and combinations of polymers disclosed 
therein (see examples 1-13). In addition, a search has been carried out 
for the concepts of -glass transition temperature", "maximum 
concentration In an environment of use" (etc.), "concentration-enhancing 
polymer" and "stabilizing polymer", all in relation with the concept of 
"solid dispersion". 
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